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(57) Abstract: 

PROBLEM TO BE SOLVED: To efficiently produce magnet powder having a fine 
and homogeneous metallic structure with high reproducibility by allowing 
it to contain a metastable phase in which the Bragg reflection peak in 
X-ray diffraction lies at the position equivalent to specified crystal 
face spacing and controlling the intensity of the Bragg reflection peak 
and the intensity of the (110) Bragg scattering peak of body-centered 



cubic type Fe to specified ranges. 

SOLUTION: This alloy has a prescribed compsn. of Fe, rare earth 
elements, B and Co or one or more kinds selected from the group 
consisting of Al, Si, Ti, V, Cr, Mn, Ni, Cu or the like. Then, it 
contains a metastable phase in which the Bragg reflection peak in X-ray 
diffraction lies at the position equivalent to the crystal face spacing 
of 0.179±0.005 nm. Moreover, the intensity of the Bragg reflection peak 
is 5 to <200% to the maximum intensity of the harrow pattern, and also, 
the intensity of the (110) Bragg scattering peak in body- centered cubic 
type Fe is <5% to the maximum intensity of the harrow pattern. 

LEGAL STATUS 

[Date of request for examination] 26. 06. 2000 

[Date of sending the examiner' s 
decision of rejection] 

[Kind of final disposal of 
application other than the 
examiner' s decision of rejection or 
application converted registration] 

[Date of final disposal for 
application] 

[Patent number] 3604308 

[Date of registration] 08. 10. 2004 

[Number of appeal against 
examiner' s decision of rejection] 

[Date of requesting appeal against 
examiner' s decision of rejection] 

[Date of extinction of right] 
^ NOTICES ^ 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may 
not reflect the original precisely. 

2. **** shows the word which can not be translated. 

3. In the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
raw material alloy for nano composite magnets expressed with FelOO-x-y- 
uRxByMu or FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr 
or Nd and both more than 90 atom %. They are the rare earth elements in 
which the remainder contains other lanthanides or the element more than 
a kind of Y less than 10% 0% or more. M aluminum, Si, Ti, V, Cr, Mn, 
nickel, Cu, Ga, Zr, It is an element more than a kind chosen from the 
group which consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The 
presentation ratio x, and y, z and u satisfy 2<=x<=6, 16<=y<=20, 
0. 2<=z<=7, and 0. 01<=u<=7. And the metastable phase Z in the location 
equivalent to crystal-face spacing whose Bragg reflection peak in an X 
diffraction is 0. 179nm^^0. 005nm is contained. The raw material alloy for 
nano composite magnets whose reinforcement of the Bragg scattering (110) 
peak of the body center cube mold Fe the reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 
reinforcement of a halo pattern, and is less than 5% of the highest 
reinforcement of said halo pattern. 

[Claim 2] A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
raw material alloy powder for nano composite magnets expressed with 
FelOO-x-y-uRxByMu or FelOO-x-y-z-uRxByCozMu. R contains the element of 
either Pr or Nd and both more than 90 atom %. They are the rare earth 
elements in which the remainder contains other lanthanides or the 
element more than a kind of Y less than 10% 0% or more. M aluminum, Si, 
Ti, V, Cr, Mn, nickel, Cu, Ga, Zr, It is an element more than a kind 
chosen from the group which consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, 
and Ag. The presentation ratio x, and y, z and u satisfy 2<=x<=6, 
16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7. And the metastable phase Z in the 
location equivalent to crystal-face spacing whose Bragg reflection peak 
in an X diffraction is 0. 179nm**0. 005nm is contained. Raw material alloy 
powder for nano composite magnets whose reinforcement of the Bragg 
scattering (110) peak of the body center cube mold Fe the reinforcement 
of said Bragg reflection peak is less than 200% 5% or more of the 
highest reinforcement of a halo pattern, and is less than 5% of the 
highest reinforcement of said halo pattern. 

[Claim 3] A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
raw material alloy for nano composite magnets expressed with FelOO-x-y- 
uRxByMu or FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr 
or Nd and both more than 90 atom %. They are the rare earth elements in 
which the remainder contains other lanthanides or the element more than 
a kind of Y less than 10% 0% or more. M aluminum. Si, Ti, V, Cr, Mn, 



nickel, Cu, Ga, Zr, It is an element more than a kind chosen from the 
group which consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. In the 
approach the presentation ratio x, and y, z and u manufacture the raw 
material alloy for nano composite magnets with which are satisfied of 
2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7 By including the process 
which forms the molten metal of said raw material alloy, and the process 
to which the rapid solidification of said molten metal is carried out, 
and adjusting the cooling rate of said alloy on the occasion of said 
rapid solidification process The raw material alloy after coagulation 
contains the metastable phase Z in the location equivalent to crystal- 
face spacing whose Bragg reflection peak in an X diffraction is 
0. 179nm^^0. 005nm. And the reinforcement of said Bragg reflection peak is 
less than 200% 5% or more of the highest reinforcement of a halo pattern. 
And the manufacture approach of the raw material alloy for nano 
composite magnets characterized by the reinforcement of the Bragg 
scattering (110) peak of the body center cube mold Fe carrying out to 
less than 5% of the highest reinforcement of said halo pattern. 
[Claim 4] The manufacture approach of the raw material alloy for nano 
composite magnets according to claim 3 which includes further the 
process which produces powder from said raw material alloy by which 
rapid solidification was carried out. 

[Claim 5] The manufacture approach of the raw material alloy for nano 
composite magnets according to claim 3 of making the cooling rate of 
said alloy into a 5x104 - 5xl06K/second, and reducing the temperature of 

an alloy to low temperature only by 400-800 degrees C from the 
temperature Tm of the alloy before quenching in said rapid 
solidification process. 

[Claim 6] A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
alloy for nano composite magnets expressed with FelOO-x-y-uRxByMu or 
FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr or Nd and 
both more than 90 atom %. They are the rare earth elements in which the 
remainder contains other lanthanides or the element more than a kind of 
Y less than 10% 0% or more. M aluminum, Si, Ti, V, Cr, Mn, nickel, Cu, 
Ga, Zr, It is an element more than a kind chosen from the group which 
consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation 
ratio X, and y, z and u satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 
0. 01<=u<=7. And the metastable phase Z in the location equivalent to 
crystal-face spacing whose Bragg reflection peak in an X diffraction is 
0. 179nm^^0. 005nm is contained. The reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 
reinforcement of a halo pattern. And the process which prepares the 



powder of the raw material alloy for nano composite magnets whose 
reinforcement of the Bragg scattering (110) peak of the body center cube 
mold Fe is less than 5% of the highest reinforcement of said halo 
pattern, The manufacture approach of the nano composite magnet powder 
which includes the process which heat-treats to the powder of said raw 
material alloy for nano composite magnets, and performs crystallization 
of a Fe3B compound and a Fe-R-B system compound by it. 
[Claim 7] The process which prepares the powder of said raw material 
alloy for nano composite magnets Include the process which forms the 
molten metal of said raw material alloy, the process to which the rapid 
solidification of said molten metal is carried out, the process which 
crushes said raw material alloy by which rapid solidification was 
carried out, and the process which grinds said raw material alloy, and 
it sets at said rapid solidification process. The manufacture approach 
of the nano composite magnet powder according to claim 6 which makes the 
cooling rate of said alloy a 5x104 - 5xl06K/second, and is characterized 
by reducing the temperature of an alloy to low temperature only by 400- 
800 degrees C from the temperature Tm of the alloy before quenching. 
[Claim 8] A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
alloy for nano composite magnets expressed with FelOO-x-y-uRxByMu or 
FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr or Nd and 
both more than 90 atom %. They are the rare earth elements in which the 
remainder contains other lanthanides or the element more than a kind of 
Y less than 10% 0% or more. M aluminum. Si, Ti, V, Cr, Mn, nickel, Cu, 
Ga, Zr, It is an element more than a kind chosen from the group which 
consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation 
ratio X, and y, z and u satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7. 0, and 
0. 01<=u<=7. And the metastable phase Z in the location equivalent to 
crystal-face spacing whose Bragg reflection peak in an X diffraction is 
0. 179nm**0. 005nm is contained. The reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 
reinforcement of a halo pattern. And the process which prepares the 
powder of the raw material alloy for nano composite magnets whose 
reinforcement of the Bragg scattering (110) peak of the body center cube 
mold Fe is less than 5% of the highest reinforcement of said halo 
pattern, It heat-treats to the powder of said raw material alloy for 
nano composite magnets. By it The manufacture approach of the nano 
composite magnet which includes the process which performs 
crystallization of a Fe3B compound and a Fe-R-B system compound, and the 
process which forms a Plastic solid using the powder of the raw material 
alloy after said heat treatment. 



[Claim 9] The process which prepares the powder of said raw material 
alloy for nano composite magnets Include the process which forms the 
molten metal of said raw material alloy, the process to which the rapid 
solidification of said molten metal is carried out, the process which 
crushes said raw material alloy by which rapid solidification was 
carried out, and the process which grinds said raw material alloy, and 
it sets at said rapid solidification process. The manufacture approach 
of the nano composite magnet according to claim 8 which makes the 
cooling rate of said alloy a 5x104 - 5xl06K/second, and is characterized 
by reducing the temperature of an alloy to low temperature only by 400- 
800 degrees C from the temperature Tm of the alloy before quenching. 
[Claim 10] The process which forms said Plastic solid is the manufacture 
approach of a nano composite magnet including the process which produces 
a bond magnet using the powder of the raw material alloy after said heat 
treatment according to claim 8 or 9. 

[Claim 11] The motor equipped with the nano composite magnet 
manufactured by the manufacture approach of a nano composite magnet 
according to claim 8, 9, or 10. 

[Translation done. ] 
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DETAILED DESCRIPTION 

[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the manufacture 
approach of a nano composite magnet that the microcrystal of a Fe3B 
compound and the microcrystal of a Fe-R-B system compound were 
intermingled. It is related with the manufacture approach of the raw 
material alloy for manufacturing a nano composite magnet especially and 
its powder, and a raw material alloy, and the manufacture approach of 



nano composite magnet powder or a nano composite magnet. Moreover, this 
invention relates also to the motor equipped with the nano composite 
magnet. 
[0002] 

[Description of the Prior Art] A Fe3 B/Nd2Fel4B system nano composite 
magnet is a magnet which the Fe3B microcrystal which is a software 
magnetism phase, and the Nd2Fel4B microcrystal which is a hard magnetism 
phase were distributed over homogeneity, and both combined magnetically 
by the exchange interaction. These microcrystals have the size of 
NANOMETORU (nm) order, and since they constitute the organization (nano 
composite organization) which both the microcrystals phase compound-ized, 
they are called the ^^nano composite magnet. 

[0003] A nano composite magnet can demonstrate the magnet property which 

was excellent with magnetic association with a hard magnetism phase, 

though a software magnetism phase is included. Moreover, the content of 

rare earth elements is low stopped as a whole as a result of existence 

of the software magnetism phase which does not contain rare earth 

elements, such as Nd. This is convenient, also when reducing a magnetic 

manufacturing cost and supplying a magnet to stability. 

[0004] Once such a nano composite magnet quenches the fused raw material 

alloy and makes it amorphous by it, it is manufactured using the 

approach of depositing a microcrystal, by heat treatment. 

[0005] The alloy of an amorphous state is produced using melt spinning 

techniques, such as the piece rolling method, and that [ its ] of 

is common. A melt spinning technique flows down a molten metal-like raw 

material alloy on the periphery front face of the rotating cooling 

roller, and makes a raw material alloy quench and solidify, when only a 

cooling roller and a short time contact a molten metal raw material 

alloy. When based on this approach, control of a cooling rate is 

performed by adjusting the rotation peripheral velocity of a cooling 

roller. 

[0006] The alloy which solidified and is separated from a cooling roller 

becomes the ribbon (thin band) configuration prolonged thinly and for a 

long time in the peripheral-velocity direction. After crushing and 

flake-izing this alloy thin band with a fracture machine, disintegration 

of it is ground and carried out to finer size by the grinder. 

[0007] Then, heat treatment for crystallization is performed. A Fe3B 

microcrystal and a Nd2Fel4B microcrystal will be generated by this heat 

treatment, and both will be magnetically combined by the exchange 

interaction. 

[0008] 



[Problem (s) to be Solved by the Invention] It is important when what 
kind of metal texture is formed by heat treatment raises a magnet 
property. However, this heat treatment had the trouble of some [ the 
viewpoint of a controllability and repeatability ]. That is, as a result 
of big heat' s occurring at the crystallization reaction of an amorphous 
raw material alloy for a short time, there was a problem that control of 
the alloy temperature by the thermal treatment equipment was difficult. 
Since the temperature control tended to have lapsed into disabling when 
it is going to heat-treat to a lot of raw material alloy powder 
especially, it becomes impossible to have heat-treated only to the raw 
material alloy powder of every small quantity, and there was a problem 
that a processing rate (powder throughput per unit time amount) will 
fall. This had become the big trouble for fertilization of magnet powder. 
[0009] This invention is made in view of these many points, and the main 
purpose lessens crystallization heat of reaction, and is to offer the 
raw material alloy for nano composite magnets suitable for manufacturing 
efficiently the magnet powder which had a detailed and homogeneous metal 
texture by it with sufficient repeatability (powder), and its 
manufacture approach. 

[0010] Moreover, other purposes of this invention are to offer the 
manufacture approach of nano composite magnet powder excellent in the 
magnet engine performance, and the manufacture approach of a nano 
composite magnet. 

[0011] The purpose of further others of this invention is to offer the 
motor equipped with the nano composite magnet with the property which 
was excellent in this way. 
[0012] 

[Means for Solving the Problem] The raw material alloy for nano 
composite magnets by this invention A general formula FelOO-x-yRxBy, 
FelOO-x-y-zRxByCoz, It is the raw material alloy for nano composite 
magnets expressed with FelOO-x-y-uRxByMu or FelOO-x-y-z-uRxByCozMu. R 
contains the element of either Pr or Nd and both more than 90 atom %. 
They are the rare earth elements in which the remainder contains other 
lanthanides or the element more than a kind of Y less than 10% 0% or 
more. M aluminum, Si, Ti, V, Cr, Mn, nickel, Cu, Ga, Zr, It is an 
element more than a kind chosen from the group which consists of Nb, Mo, 
Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation ratio x, and y, z and u 
satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7. And the 
metastable phase Z in the location equivalent to crystal-face spacing 
whose Bragg reflection peak in an X diffraction is 0. 179nm^^0. 005nm is 
contained. The reinforcement of said Bragg reflection peak is less than 



200% 5% or more of the highest reinforcement of a halo pattern, and the 
reinforcement of the Bragg scattering (110) peak of the body center cube 
mold Fe is less than 5% of the highest reinforcement of said halo 
pattern. 

[0013] The raw material alloy powder for nano composite magnets by this 
invention A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
raw material alloy powder for nano composite magnets expressed with 
FelOO-x-y-z-uRxByMu or FelOO-x-y-z-uRxByCozMu. R contains the element of 
either Pr or Nd and both more than 90 atom %. They are the rare earth 
elements in which the remainder contains other lanthanides or the 
element more than a kind of Y less than 10% 0% or more. M aluminum, Si, 
Ti, V, Cr, Mn, nickel, Cu, Ga, Zr, It is an element more than a kind 
chosen from the group which consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, 
and Ag. The presentation ratio x, and y, z and u satisfy 2<=x<=6, 
16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7. And the metastable phase Z in the 
location equivalent to crystal-face spacing whose Bragg reflection peak 
in an X diffraction is 0. 179nm^^0. 005nm is contained. The reinforcement 
of said Bragg reflection peak is less than 200% 5% or more of the 
highest reinforcement of a halo pattern, and the reinforcement of the 
Bragg scattering (110) peak of the body center cube mold Fe is less than 
5% of the highest reinforcement of said halo pattern. 
[0014] The manufacture approach of the raw material alloy for nano 
composite magnets A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, 
It is the raw material alloy for nano composite magnets expressed with 
FelOO-x-y-uRxByMu or FelOO-x-y-z-uRxByCozMu. R contains the element of 
either Pr or Nd and both more than 90 atom %. They are the rare earth 
elements in which the remainder contains other lanthanides or the 
element more than a kind of Y less than 10% 0% or more. M aluminum. Si, 
Ti, V, Cr, Mn, nickel, Cu, Ga, Zr, It is an element more than a kind 
chosen from the group which consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, 
and Ag. In the approach the presentation ratio x, and y, z and u 
manufacture the raw material alloy for nano composite magnets with which 
are satisfied of 2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7 By 
including the process which forms the molten metal of said raw material 
alloy, and the process to which the rapid solidification of said molten 
metal is carried out, and adjusting the cooling rate of said alloy on 
the occasion of said rapid solidification process The raw material alloy 
after coagulation contains the metastable phase Z in the location 
equivalent to crystal-face spacing whose Bragg reflection peak in an X 
diffraction is 0. 179nm^^0. 005nm. And the reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 



reinforcement of a halo pattern, and the reinforcement of the Bragg 
scattering (110) peak of the body center cube mold Fe carries out to 
less than 5% of the highest reinforcement of said halo pattern. 
[0015] The process which produces powder from said raw material alloy by 
which rapid solidification was carried out may be included further. 
[0016] In said rapid solidification process, it is desirable to make the 
cooling rate of said alloy into a 5x104 - 5xl06K/second, and to reduce 
the temperature of an alloy to low temperature only by 400-800 degrees C 
from the temperature Tm of the alloy before quenching. 
[0017] The manufacture approach of the nano composite magnet powder by 
this invention A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It 
is the alloy for nano composite magnets expressed with FelOO-x-y-uRxByMu 
or FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr or Nd and 
both more than 90 atom %. They are the rare earth elements in which the 
remainder contains other lanthanides or the element more than a kind of 
Y less than 10% 0% or more. M aluminum. Si, Ti, V, Cr, Mn, nickel, Cu, 
Ga, Zr, It is an element more than a kind chosen from the group which 
consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation 
ratio X, and y, z and u satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 
0. 01<=u<=7. And the metastable phase Z in the location equivalent to 
crystal-face spacing whose Bragg reflection peak in an X diffraction is 
0. 179nm**0. 005nm is contained. The reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 
reinforcement of a halo pattern. And the process which prepares the 
powder of the raw material alloy for nano composite magnets whose 
reinforcement of the Bragg scattering (110) peak of the body center cube 
mold Fe is less than 5% of the highest reinforcement of said halo 
pattern, It heat-treats to the powder of said raw material alloy for 
nano composite magnets, and the process which performs crystallization 
of a Fe3B compound and a Fe-R-B system compound by it is included. 
[0018] The process which prepares the powder of said raw material alloy 
for nano composite magnets Include the process which forms the molten 
metal of said raw material alloy, the process to which the rapid 
solidification of said molten metal is carried out, the process which 
crushes said raw material alloy by which rapid solidification was 
carried out, and the process which grinds said raw material alloy, and 
it sets at said rapid solidification process. It is desirable to make 
the cooling rate of said alloy into a 5x104 - 5xl06K/second, and to 
reduce the temperature of an alloy to low temperature only by 400-800 
degrees C from the temperature Tm of the alloy before quenching. 
[0019] The manufacture approach of the nano composite magnet by this 



invention A general formula FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, It is the 
alloy for nano composite magnets expressed with FelOO-x-y-uRxByMu or 
FelOO-x-y-z-uRxByCozMu. R contains the element of either Pr or Nd and 
both more than 90 atom %. They are the rare earth elements in which the 
remainder contains other lanthanides or the element more than a kind of 
Y less than 10% 0% or more. M aluminum, Si, Ti, V, Cr, Mn, nickel, Cu, 
Ga, Zr, It is an element more than a kind chosen from the group which 
consists of Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation 
ratio X, and y, z and u satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7. 0, and 
0. 01<=u<=7. And the metastable phase Z in the location equivalent to 
crystal-face spacing whose Bragg reflection peak in an X diffraction is 
0. 179nm^^0. 005nm is contained. The reinforcement of said Bragg 
reflection peak is less than 200% 5% or more of the highest 
reinforcement of a halo pattern. And the process which prepares the 
powder of the raw material alloy for nano composite magnets whose 
reinforcement of the Bragg scattering (110) peak of the body center cube 
mold Fe is less than 5% of the highest reinforcement of said halo 
pattern, It heat-treats to the powder of said raw material alloy for 
nano composite magnets, and the process which performs crystallization 
of a Fe3B compound and a Fe-R-B system compound by it, and the process 
which forms a Plastic solid using the powder of the raw material alloy 
after said heat treatment are included. 

[0020] The process which prepares the powder of said raw material alloy 
for nano composite magnets Include the process which forms the molten 
metal of said raw material alloy, the process to which the rapid 
solidification of said molten metal is carried out, the process which 
crushes said raw material alloy by which rapid solidification was 
carried out, and the process which grinds said raw material alloy, and 
it sets at said rapid solidification process. It is desirable to make 
the cooling rate of said alloy into a 5x104 - 5xl06K/second, and to 
reduce the temperature of an alloy to low temperature only by 400-800 
degrees C from the temperature Tm of the alloy before quenching. 
[0021] With a desirable operation gestalt, the process which forms said 
Plastic solid includes the process which produces a bond magnet using 
the powder of the raw material alloy after said heat treatment. 
[0022] The motor by this invention is equipped with the nano composite 
magnet manufactured by the manufacture approach of the above-mentioned 
nano composite magnet. 
[0023] 

[Embodiment of the Invention] In this invention, after a general formula 
produces the molten metal of the alloy for nano composite magnets 



expressed with any of FelOO-x-yRxBy, FelOO-x-y-zRxByCoz, FelOO-x-y- 
uRxByMu, or FelOO-x-y-z-uRxByCozMu they are, the alloy molten metal is 
quenched and solidified. 

[0024] R contains the element of either Pr or Nd and both more than 90 
atom % here. They are the rare earth elements in which the remainder 
contains other lanthanides or the element more than a kind of Y less 
than 10% 0% or more. M is an element more than a kind chosen from the 
group which consists of aluminum, Si, Ti, V, Cr, Mn, nickel, CU, Ga, Zr, 
Nb, Mo, Hf, Ta, W, Pt, Pb, Au, and Ag. The presentation ratio x, and y, 
z and u satisfy 2<=x<=6, 16<=y<=20, 0. 2<=z<=7, and 0. 01<=u<=7. About 
these reasons for presentation limitation, it mentions later. 
[0025] It found out that it was desirable to make the cooling rate into 
a 5x104 - 5xl06K/second on the occasion of the cooling coagulation of an 
alloy molten metal as for this invention person. Moreover, it turned out 
that the alloy which carried out cooling coagulation with such a cooling 
rate, and its powder are in a metallic glass condition which is 
described below. That is, the metastable phase Z in the location 
equivalent to crystal-face spacing whose Bragg scattering peak in a 
powder X diffraction is 0. 179nm^^0. 005nm is contained, and the 
reinforcement of a Bragg reflection peak is less than 200% 5% or more of 
the highest reinforcement of a halo pattern, and the reinforcement of 
the Bragg scattering (110) peak of the body center cube mold Fe is less 
than 5% of the highest reinforcement of said halo pattern. 
[0026] When it heat-treats to a such raw material alloy or its powder, 
the nano composite magnet structure where crystallization of a Fe3B 
microcrystal and a R-Fe-B system microcrystal arose, and had the 
outstanding magnet property by it will be discovered. 
[0027] Before the raw material alloy of this invention receives heat 
treatment for crystallization, it has metallic glass structure, and it 
is checked from the powder X diffraction that long-distance periodic 
order nature is not shown. According to the experiment of an invention- 
in-this-application person, by adjusting the cooling rate of an alloy 
molten metal as mentioned above, the metallic glass-like alloy 
containing the above-mentioned metastable phase Z can be formed, and the 
magnetic properties which were extremely excellent with subsequent heat 
treatment will be demonstrated. 

[0028] The 1st reason the magnet manufactured using the metallic glass 
alloy of this invention is excellent in a magnet property is considered 

because the minute precursor (embryo) required for crystal growth, such 
as Fe3B, is distributing by high density in the alloy in an above- 
mentioned metallic glass condition. Therefore, when it heat-treats, 



crystal growth will advance by using as a nucleus short-distance order 
which the precursor of a large number which exist in an alloy shows, 
consequently the detailed and homogeneous crystalline structure will be 
formed. Moreover, since crystallization of Fe3B advances by atomic 
diffusion of the ultrashort range, there is also an advantage of 
becoming possible to attain the crystallization at comparatively low 
temperature. 

[0029] Crystallization of Fe3B is produced at the temperature of 590-600 
degrees C. With progress of this crystallization, rare earth elements, 
such as Nd, can begin to come to the amorphous field around Fe3B, and 
the presentation of that part approaches Nd2Fel4B. Consequently, 
Nd2Fel4B is crystallized, without needing long-distance atomic diffusion, 
in spite of being a ternary compound with complicated structure. Only 
about 20-90 degrees C of the temperature which Nd2Fel4B crystallizes are 
higher than the temperature which crystallization of FeSB completes, and 
it is about 610-690 degrees C. 

[0030] Thus, with the raw material alloy by this invention, since 
crystallization of Fe3B and crystallization of Nd2Fel4B can be performed 
separately in a different temperature requirement, the big heat of 
reaction accompanying crystallization does not arise for a short time, 
and the detailed metal texture which is about 20nm can be generated with 
sufficient repeatability. This is important when controlling the heat 
treatment process for alloy crystallization. That is, it is because it 
becomes impossible to control the temperature of an alloy to 
predetermined within the limits when crystallization progresses at once 
with big heat of reaction. 

[0031] Although the actual structure is not checked yet, since a 
metastable phase Z has a steep diffraction line peak in a specific 
location by the X diffraction, it can grasp the existence quantitatively. 
A metastable phase Z also shows the Bragg scattering peak of this level 
mostly to the location which shows a sharp Bragg scattering peak to the 
location equivalent to 0. 179nm^*0. 005nm crystal-face spacing, and is 
equivalent to a 0. 417nm^^0. 005nm crystal-face spacing and 
0. 267nm^^0. 005nm crystal-face spacing. Moreover, in addition to these, a 
Bragg peak may be shown also in 0. 134nm^^0. 005nm. 

[0032] It is thought that the metastable phase Z which existed in the 
alloy after rapid solidification is pyrolyzed by heat treatment for 
magnet-izing, and finally generates metastable phase Fe3B. this process 
is temperature lower than the temperature which generation of the 
ununiformity nucleus of Fe3B produces most frequently, is boiled 
comparatively and considered to go on at the temperature of the large 



range. 

[0033] A metastable phase Z is formed near the front face of a 
coagulation thin band, when the cooling rate at the time of rapid 
solidification is small in comparison, and like [ in case a cooling rate 
is the conventional rapid solidification approach ], when large, it has 
the description which is not generated. In this invention, the cooling 
rate is adjusted so that only a suitable amount may generate a 
metastable phase Z. That is, in this invention, existence of a 
metastable phase Z is used as an index in the case of determining a 
suitable cooling rate. If a cooling rate is reset up based on the amount 
of generation of a metastable phase Z even when the presentation of an 
alloy is changed or a cooling system is changed, the thing of the 
condition optimal as a raw material alloy of this invention will be 
obtained simply. In addition, it is unknown whether the metastable phase 
Z itself has played the big role for microcrystal-izing. However, if 
quenching conditions are controlled to be formed at a rate with a 
metastable phase Z, it turns out that high magnetic properties are 
acquired by subsequent heat treatment. 

[0034] Hereafter, when a cooling rate separates from the predetermined 
range, it explains what arises. 

[0035] First, the case where a cooling rate is too quick is explained. 
[0036] If a cooling rate is too quick, an alloy will be in a nearly 
perfect amorphous state. In that case, since there are very few sites 
which the ununiformity nucleus of Fe3B generates, the crystal grain of 

Fe3B will grow greatly by next heat treatment. Consequently, the 
detailed crystalline structure cannot be formed, but coercive force etc. 
declines and outstanding magnetic properties are no longer demonstrated. 
[0037] Thus, when a cooling rate is too quick, generation of a 
metastable phase Z is controlled. When the reinforcement of the Bragg 
scattering peak in an X diffraction estimates the rate of an abundance 
ratio, the Bragg scattering peak intensity by the metastable phase Z 
turns into less than 5% of the highest reinforcement of a halo pattern, 
and is in the level hardly observed. In this case, since the nucleus for 
Fe3B crystallization is generated, big driving force is needed, and 
crystallization reaction temperature moves to an elevated-temperature 
side. And since a crystallization reaction will advance explosively once 
a crystallization reaction begins in that case, a lot of heat occurs for 
a short time, and raw material alloy temperature becomes high. 
Consequently, raw material alloy temperature rises even on the level 
which atomic diffusion produces at high speed, the controllability of a 
reaction process is lost, and only a big and rough metal texture is 



obtained. 

[0038] When performing heat treatment for the above-mentioned 
crystallization using the continuation heat-treating method, the raw 
material alloy powder amount of supply per unit time amount is stopped 
low, and it can be necessary to be made to carry out to a perimeter by 
thermal diffusion the fly off of the crystallization heat of reaction. 
Also when it replaces with the continuation heat-treating method and is 
based on a batch-processing method, since it is the same, it is 
necessary to restrict the throughput of raw material alloy powder 
greatly. 

[0039] Next, the case where a cooling rate is too slow is explained. 
[0040] If a cooling rate is too slow, periodic regularity will be formed 
over the long range. In many cases, Fe which is a stabilization phase 
will crystallize. Thus, if a cooling rate is too slow, the reinforcement 
of the Bragg reflection peak of a crystal phase will lap on a halo 
pattern, and will come to be observed. When it is observed by the 
location whose Bragg scattering peak which is the strongest line of the 
body center cube mold Fe (110) is 0. 203nm of spacings and the 
reinforcement turns into 5% or more of the highest reinforcement of a 
halo pattern, it can judge ''a cooling rate is too slow. Although Fe may 
be gamma iron of a parent phase at a generate-time point, it is 
metamorphosing into body center cube iron at the room temperature. 
[0041] Finally, although a cooling rate is not slow to the degree which 
the crystalline nucleus of Fe generates, the case where it has not 
reached is explained to a desirable cooling rate. Since the crystalline- 
germ embryo has grown to be an already big organization, it becomes 
impossible in this case, to form the detailed crystalline structure by 
the next heat treatment process. The alloy in this case contains many 
metastable phases Z, and according to the powder X diffraction, the 
reinforcement of the Bragg reflection peak of a metastable phase Z 
becomes very high, and it exceeds 200% of the highest reinforcement of a 
halo pattern. 

[0042] It becomes impossible thus, only for a big and rough metal 
texture to generate the raw material alloy of a condition with the very 
big ratio of a metastable phase Z by next heat treatment. The reason is 
that the grain growth of Fe which is a balanced phase arises 
preferentially while the karyogenesis sites of Fe3</SUB>B decrease in 
number. If the metal texture after heat treatment makes it big and rough, 
it will become inadequate magnetic joining together through the exchange 
interaction between the magnetization direction of Fe3B or Fe and the 
magnetization direction of Nd2Fel4B. Consequently, it is no longer made 



to discover the high magnetic properties which an original nano 
composite magnet has. 

[0043] It is as follows when the special feature of the raw material 
alloy for nano composite magnets by this invention is arranged. 
[0044] 1. Since crystallization of Fe3B advances by atomic diffusion of 
the ultrashort range, crystallization of FeSB begins at low temperature 
comparatively. Consequently, a crystallization reaction rate does not 
become quick too much. 

[0045] 2. The crystallization nucleus of Fe3B distributes by high 
density, and since a thermal equilibrium phase does not crystallize big 
and rough, a detailed crystallization metal texture can be formed. 
[0046] 3. Crystallization can be performed with a sufficient 
controllability, without being accompanied by big crystallization heat 
of reaction. Consequently, the raw material powder throughput in a heat 
treatment process can be increased, without degrading a magnet property. 
[0047] 4. Since a crystalline nucleus required for crystallization of 
FeSB exists by high density in a raw material alloy, a detailed and 
uniform metal texture can be formed by magnet-ized heat treatment. This 
enables the manifestation of a high magnet property. 
[0048] In order to make a cooling rate into a 5x104 - 5xl06K/second, 
while contacting a molten metal on the periphery front face of the 
rotating cooling roller, carrying out cooling quickly and carrying out 
high-speed coagulation of a part of molten metal, it is required to pull 
apart promptly the alloy thin band made by high-speed coagulation from a 
molten metal. By doing so, the inflow of the heat from a molten metal to 
an alloy thin band can be intercepted, and can carry out cooling further. 
Thereby, it can prevent that a crystallization phase transformation or 
too much structural relaxation happens in an alloy thin band. In 
addition, moderate structural relaxation is required because of 
generation of a metastable phase. 

[0049] In order to perform such high-speed coagulation in the condition 

of having been stabilized industrially and regularly, it is required to 
supply the molten metal of a constant rate to a revolving roll, for that 
purpose, between the source of supply of a molten metal, and roll 
surfaces — a molten metal — collecting (it working as a reservoir) — 
it is desirable to make it form stably, such a molten metal — 
collecting — for example, if a molten metal is rectif ication-ized and 
is injected by the pressure of fixed within the limits through the 
nozzle orifice heated more than the melting point, it can form (the 1st 
rapid solidification approach), in this way, the formed molten metal — 
collecting — it is usually called a ^^paddle^^ or a ^^foot. ' 



[0050] There is the other approach of forming ****** of a molten metal. 
For example, refractories are arranged near the periphery of the 
rotating cooling roller, and the space wide opened up (the migration 
direction of a roll surface) between refractories and a roll surface is 
formed. A molten metal is contacted to a roll peripheral face, and the 
quenching congelation of a molten metal is made to generate by pouring 
out a molten metal in this space and generating a basin on the roll 
peripheral face to rotate. It is attained also by the approach of making 
it moving up and pulling up this congelation from a basin with a roll 
peripheral face (the 2nd rapid solidification approach). 
[0051] Next, the 3rd rapid solidification approach is explained. First, 
as a peripheral face opposes, it installs the roll of a pair, and a slit 
is set up among both rolls. As this clearance is put from a roll side 
face, a refractories wall is arranged, and the space released up by 
these is formed. A quenching congelation is generated by pouring out a 
molten metal regularly in this clearance space, and contacting a molten 
metal to the roll surface to rotate. At this time, a roll is rotated so 
that a roll surface may go caudad in the clearance part during a roll, 
and it turns caudad from the clearance during a roll, and a quenching 
congelation is discharged. It is also possible to form several pairs of 
roll kneaders further caudad, and to carry out cooling by the 3rd rapid 
solidification approach, multistage. 

[0052] There is also an approach which does not need generation of 
molten metal ****** to each above-mentioned quenching approach. It is 
the approach (the 4th rapid solidification approach) of throwing the 
spraying style of a molten metal toward the rotating roll, and making it 
solidify quickly. However, by such approach, a rapid solidification rate 
will change depending on the volume and rate of a molten metal drop 
which are thrown to a roll surface, and the 1- mentioned above since the 
volume and rate of a molten metal drop were distributed in the dozens 
times [ several times to ] as many range as this — there is an 
inclination for the range of a quenching rate to become large compared 
with the 3rd rapid solidification approach. Consequently, it is 
necessary to opt for a setup of an operating condition experientially. 
[0053] In addition, it is desirable by pouring water etc. inside a roll 
by the above-mentioned rapid solidification approach in any case to cool 
the roll itself and to hold the temperature of a roll peripheral face to 
constant value. 

[0054] In this invention, the temperature of an alloy is reduced to low 
temperature only by 400-800 degrees C from the alloy temperature Tm 
before quenching (molten metal temperature). Also in which approach 



using an above-mentioned roll kneader, the contact die length of ****** 
of a molten metal and a roll peripheral face is difficult to carry out 
from an engineering viewpoint more than a certain constant value. When 
magnitude of molten metal ****** is carried out more than the fixed 
range which changes in the 1st rapid solidification approach, the 
generation condition of molten metal ****** becomes unstable, and it 
becomes impossible that is, to maintain a steady state. By the 2nd rapid 
solidification approach, since the space for molten metal ****** is 
prepared, some of this upper limit is eased, but if the contact die 
length of a roll and a molten metal becomes long, since the inflow of 
the heat from a molten metal will be continued by the congelation, 
change comes to arise in the structure of a congelation. It is desirable 
to set contact die length to about 5mm or more 50mm or less in 
industrial operation from these viewpoints. 

[0055] The passing speed of a roll surface is adjusted so that a desired 
cooling rate may be attained in the surface of action which specifies 
the above-mentioned contact die length. In the 1st rapid solidification 
approach, the passing speed of a desirable roll surface is about 6- 
20m/second, and, in the 2nd rapid solidification approach, is about 2- 
8m/second. Therefore, if it cools from 1200 degrees C to 800 degrees C 
when contact die length is 10mm and surface velocity is 6m/second, the 
cooling rate of a 2. 4xl05K/second will be obtained. 

[0056] In the case of 5mm contact die length, the minimum roll surface 
velocity demanded from the contact die length of cooling conditions and 
a molten metal, and a roll is equivalent to the conditions which cool 
between the temperature provinces of width-of-face 400K from 1200 
degrees C to 800 degrees C in a minimum cooling rate 5xl04K/second. 
Since it is required that contact time should be 8m/second from a 
400K/5xl04K/second, the minimum roll surface velocity becomes a second 
from a 5mm/8m/second in about 0.63m /. On the other hand, the highest 
roll peripheral velocity is equivalent to cooling between the 
temperature provinces of width-of-face 800K from 1200 degrees C to 400 
degrees C in a 5xl06K/second by contact die length of 50mm, and becomes 
a second in 312.5m /similarly. 

[0057] If roll surface velocity is slow, since it becomes easy to be 
influenced of molten metal supply rate fluctuation, it is not desirable. 
Moreover, if roll surface velocity is too quick, in disturbing molten 
metal ****** and maintenance of a steady state becoming difficult, since 
it will be necessary to raise mechanical strength so that a roll may 
bear the centrifugal force by high-speed rotation, it is not desirable. 
Therefore, in order to realize stable industrial operation as mentioned 



above, a second is usually desirable [ in the about 6-20m / // and 2nd 
quenching approach / in about 2-8m /] by the 1st quenching approach a 
second. 

[0058] The thickness of the alloy obtained by the above-mentioned 
approach in the cooling rate 5x104 - 5xl06K/second is usually within the 
limits of about 70-300 micrometers. Although the passing speed of the 
coagulation interface in rapid solidification changes with the heat 
transfer coefficients of a molten metal and a roll surface, it is 
BOmm/second - lOOmm/second in extent by this alloy system. Therefore, if 
for example, contact length cools from 1200 degrees C to 800 degrees C 
with the surface velocity of 6m/second by 10mm, since contact time is 
0. 167m/second, the thickness of an alloy thin band will be about 80 
micrometers - 170 micrometers. 

[0059] Hereafter, the operation gestalt of this invention is explained, 
referring to a drawing. 

[0060] With the [manufacture approach of raw material alloy and its 
powder] book operation gestalt, a raw material alloy is manufactured 
using the equipment shown in drawing 1 (a) and (b). In order to prevent 
oxidation of the raw material alloy containing the rare earth elements 
which are easy to oxidize, an alloy production process is performed in 
an inert gas ambient atmosphere. As inert gas, it is desirable to use 
rare gas, such as helium or an argon. In order that nitrogen may tend to 
react with rare earth elements, using as inert gas is not desirable. 
[0061] The equipment of drawing 1 held the vacuum or the inert gas 
ambient atmosphere, and is equipped with the dissolution room 1 and the 
quenching room 2 of the raw material alloy which can adjust the pressure. 
[0062] The dissolution room 1 is equipped with the fusion furnace 3 
which dissolves the raw material 20 blended so that it might become a 
desired magnet alloy presentation at an elevated temperature, the hot- 
water-storing container 4 which has the tapping nozzle 5 at the pars 
basilaris ossis occipitalis, and the combination feeding equipment 8 for 
supplying a feed ingredient in a fusion furnace 3, controlling 
atmospheric penetration. The hot-water-storing container 4 stores the 
molten metal 21 of a raw material alloy, and has the heating apparatus 
(un-illustrating) which can maintain the tapping temperature on 
predetermined level. 

[0063] The quenching room 2 is equipped with the rotation cooling roller 
7 for carrying out the rapid solidification of the molten metal 21 which 
came out of the tapping nozzle 5, and the fracture machine 10 which 
crushes the raw material alloy in which rapid solidification was carried 
out by this in the quenching room 2. According to this equipment, it can 



continue and be parallel and the dissolution, tapping, rapid 
solidification, fracture, etc. can be performed. Such equipment is 

indicated in detail by JP, 8-277403, A. 

[0064] In this equipment, the ambient atmosphere in the dissolution room 
1 and the quenching room 2 and its pressure are controlled by the 
predetermined range. Therefore, controlled atmosphere feed hopper lb, 2b, 
8b and 9b, and the flueing openings la, 2a, 8a, and 9a are formed in the 
suitable part of equipment. 

[0065] A fusion furnace 3 can be tilted and pours in a molten metal 21 
suitably in the hot-water-storing container 4 through a funnel 6. A 
molten metal 21 is heated by non-illustrated heating apparatus in the 

hot-water-storing container 4. 

[0066] The tapping nozzle 5 of the hot-water-storing container 4 is 
arranged at the septum of the dissolution room 1 and the quenching room 
2, and makes the front face of a cooling roller 7 in which it is located 
caudad flow down the molten metal 21 in the hot-water-storing container 
4. The diameter of an orifice of the tapping nozzle 5 is 0. 5-2. 0mm. 
Although a molten metal 21 stops being able to flow easily in the inside 
of the tapping nozzle 5 when the viscosity of a molten metal 21 is large, 

which performs tapping of a molten metal 21 smoothly is made by 
forming the differential pressure of magnitude suitable between the 
dissolution room 1 and the quenching room 2. 

[0067] The front face of a cooling roller 7 is covered for example, in 
the chrome plating layer, and the diameter of a cooling roller 7 is 300- 
500mm. The water-cooled capacity of a water cooler established in the 
cooling roller 7 is computed and adjusted according to the coagulation 
latent heat and the amount of tapping per unit time amount. 
[0068] According to this equipment, the rapid solidification of a total 
of the 20kg raw material alloy can be carried out, for example in 20 - 
40 minutes. In this way, before fracture, although the formed alloy is 
the alloy thin band (thickness :70-150micrometer and width-of-face: 1. 5- 
6mm) (alloy ribbon) 22, after being crushed by the alloy flake 23 with a 
die length of about 2-150mm with fracture equipment 10, they are 
collected by the recovery device section 9. In the example of equipment 
currently illustrated, the recovery device section 9 is equipped with 
the compressor 11, and a flake 23 can be compressed by it. 
[0069] Next, the manufacture approach of the raw material alloy using 
the equipment of drawing 1 is explained. 

[0070] First, a general formula produces the molten metal 21 of the 
alloy for nano composite magnets expressed with any of FelOO-x-yRxBy, 
FelOO-x-y-zRxByCoz, FelOO-x-y-uRxByMu, or FelOO-x-y-z-uRxByCozMu they 



are, and stores in the hot-water-storing container 4 of the dissolution 
room 1. Here, R, M, the presentation ratio x, the range of y, z, and u, 
etc. are as having mentioned above. 

[0071] Next, tapping of this molten metal 21 is carried out on the 
water-cooled roll 7 from the tapping nozzle 5, and contact on the water- 
cooled roll 7 quenches it, and it is solidified. It is necessary to use 
the approach in which highly precise control of a cooling rate is 
possible as the rapid solidification approach, and the piece rolling 
method which is one of the melt quenching methods is used with this 
operation gestalt. Although it is also possible for rapid solidification 
to use the gas atomizing method in addition to this, since yield of the 
powder particle which the cooling rate was greatly dependent on powder 
particle size, changed, and passed through the suitable cooling rate is 
not raised according to this approach, to this invention, it is 
unsuitable. 

[0072] Let a cooling rate be a 5x104 - 5xl06K/second on the occasion of 

the cooling coagulation of a molten metal 21 with this operation gestalt. 
Only ^^T 1 reduces the temperature of an alloy to low temperature with 
this cooling rate. Since the temperature of the alloy molten metal 21 
before quenching is in the temperature (for example, 1200-1300 degrees 
C) near the melting point Tm, the temperature of an alloy falls to (Tm- 
=i^*Tl) from Tm on a cooling roller 7. According to the experiment of an 
invention-in-this-application person, it is desirable that **T1 is 
within the limits of 400-800 degrees C from a viewpoint of raising a 
final magnet property. 

[0073] The time amount by which the molten metal 21 of an alloy is 
cooled with a cooling roller 7 is equivalent to time amount after the 
periphery surface alloys of the rotating cooling roller 7 contact until 
it separates, and, in the case of this operation gestalt, it is 0. 5 - 2 
ms. Between them, the temperature of an alloy falls and solidifies only 
^"^T 2 further. Then, the solidified alloy separates from a cooling 
roller 7, and flies the inside of an inert atmosphere. As a result of 
heat' s being taken by the controlled atmosphere while the alloy is 
flying with thin band-like one, the temperature falls to (Tm-^^T1-^^T2) . 
Although ^^T2 change with the size of equipment, or the pressures of a 
controlled atmosphere, they are about 100 degrees C or more than it. 
[0074] With this operation gestalt, the temperature of the alloy thin 
band 22 performs a crushing process promptly within equipment in the 
phase set to (Tm-^^T1-^^T2) , and produces the alloy flake 23 on that 
spot. Therefore, it is desirable to adjust so that the magnitude to 
which (Tm-=l^=i^Tl-=i^=i^T2) becomes lower than the glass temperature Tg of an 



alloy (h^*T1+**T2). It is because it will be in the condition that the 
alloy became soft and the fracture will become difficult, if it is 
>= (Tm-^^T1-^^T2) Tg. When performing fracture / grinding process of a 
coagulation alloy separately with other equipments, in order for alloy 
temperature to fall to room temperature extent, it is not necessary to 
take the magnitude of (**T1+**T2) into consideration. 

[0075] In addition, as for the absolute pressure in the quenching room 2, 
it is desirable to set up within the limits of 2-30kPa, and it is still 
more desirable to set up within the limits of 3-lOkPa. It is because the 
alloy thin band 22 which the cooling condition was equalized and was 
excellent in the shape of surface type will be obtained even if a 
possibility that a controlled atmosphere may be wound between a molten 
metal 21 and the front face of a roller 7 disappears and it makes the 
cooling rate of a molten metal 21 lower than before if it flows down a 
molten metal 21 on the cooling roller 7 in the state of such reduced 
pressure. On the other hand, when it flows down a molten metal 21 on the 
cooling roller which rotates with a late peripheral velocity like this 
operation gestalt in an ordinary pressure ambient atmosphere, there is a 
possibility that the shape of surface type of the alloy thin band 22 may 
deteriorate. 

[0076] moreover, if it continues at a rapid solidification process and 
the crushing process of the coagulation alloy by shredding equipment is 
promptly performed like this operation gestalt, the quenching alloy 
breathed out from the cooling roller as a long alloy ribbon can be 

boiled comparatively, and it can collect in a compact in narrow space. 
If rapid solidification equipment and shredding equipment are made 
another configuration, it will be necessary to once contain it in the 
condition of having been bulky, using a quenching alloy as a long thin 
band. 

[0077] If well-known mechanical grinding equipment grinds further the 
alloy flake crushed by fracture equipment, the alloy powder of magnitude 

suitable for a heat treatment process or a subsequent forming cycle is 
producible. With this operation gestalt, it grinds after performing 
coarse grinding of an alloy until it is set to about 850 micrometers or 
less with power mill equipment until grain size is set to about 150 
micrometers or less with pin disc mill equipment. 

[0078] The heat treatment approach performed to the above-mentioned raw 
material alloy powder is explained below to [the manufacture approach of 
nano composite magnet powder], referring to drawing 2 . 
[0079] Drawing 2 shows the powder firing furnace equipment which used 
the hoop belt. This equipment equips the one direction with the hoop 



belt 26 driven at a predetermined rate by rotation of the roll kneaders 
24 and 25 supported pivotable with the body 28 and those roll kneaders 
24 and 25. The powder of a raw material alloy is supplied to the raw 
material feed location A on the hoop belt 26, and is carried by the left 
in drawing. The powder supplied on the hoop belt 26 is leveled by ^^^^^^ 
27, and powdered height is adjusted by it to below fixed level (for 
example, height of 2-4mm). Then, powder goes into the heating zone 
surrounded by the metal tube, and receives heat treatment for 
microcrystal-izing there. In the heating zone (for example, die length 
of 1100mm), it divides for example, into three zones, and the non- 
illustrated heater is arranged (the die length of one zone is 300mm). 
Powder will receive heat treatment, moving in the inside of a heating 
zone. In the latter part of a heating zone, the cooling zone C with a 
die length of 800mm exists, and powder is cooled by passing through the 
inside of the metal cylinder by which water cooling was carried out. The 
cooled powder is recovered by the non-illustrated recovery system with 
the lower left direction of the rotation roller 25. 

[0080] According to this thermal treatment equipment, a heat treatment 
process is controllable by adjusting the passing speed of the hoop belt 
26 to the die length of the given heating zone. 

[0081] What is necessary is to part [ for temperature up rate/of 100-150 
degrees C ] raise the heat treatment temperature of even 590-700 degrees 
C, and just to hold the condition for about 5-15 minutes as a heat 
treatment process, for example. Then, alloy temperature is reduced to 
room temperature level in a part for temperature fall rate/of 100-150 
degrees C. 

[0082] In addition, what is necessary is to lengthen the die length of a 
heating zone and just to carry out rotation peripheral velocity of the 
rotation rollers 24 and 25 early, while making large width of face of 
the hoop belt 26 and enlarging the powder amount of supply per unit 
length of the hoop belt 26, in order to increase the amount of 
processing powder of heat treatment. According to the alloy powder by 
this invention, since rapidly big crystallization heat of reaction is 
not generated on the occasion of heat treatment, the temperature control 
of the alloy powder in a heat treatment process is easy. Consequently, 
even if it increases the powder amount of supply, magnet powder with 
stable magnetic properties is producible. 

[0083] The raw material powder which received heat treatment by the 
above-mentioned thermal treatment equipment is microcrystal-ized as 
mentioned above, and it can demonstrate now the property as a nano 
composite magnet. In this way, it is in a metallic glass condition 



before heat treatment, and the raw material alloy powder in which the 
property as a hard magnetic material was not shown changes to the nano 
composite magnet alloy powder which was excellent in magnetic properties 
with heat treatment. 

[0084] How to manufacture a magnet from the above-mentioned nano 
composite magnet alloy powder is explained below to [the magnetic 
manufacture approach]. 

[0085] First, a compound is produced by adding and kneading the binder 
and additive which become the nano composite magnet alloy powder 
obtained as mentioned above from an epoxy resin. Next, after carrying 
out press forming with shaping equipment with the shaping space of the 
request configuration of a party udo, a final bond magnet can be 
obtained through a heat hardening process, a washing process, a coating 
process, an inspection process, and a magnetization process. 
[0086] Fabrication is not necessarily limited to above-mentioned 
compression molding, and is good also by well-known extrusion molding, 
injection molding, or rolling shaping. Magnet powder will be kneaded 
with brass tic resin and rubber according to the class of fabricating 
method to adopt. 

[0087] In addition, when based on injection molding, high softening 
temperature resin can be used like PPS besides the polyimide (nylon) 
currently widely used as resin. This is because the magnet powder of 
this invention is formed from the low rare earth alloy, so a magnet 
property does not deteriorate even if it is hard to oxidize and performs 
injection molding at temperature high in comparison. 
[0088] Moreover, since the magnet of this invention cannot oxidize 
easily, it does not have to carry out the coat of the final magnet front 
face by the resin film. It is also possible to manufacture the 
components which pressed the magnet powder and melting resin of this 
invention fit with injection molding in the slot of the components which 
follow, for example, have the slot of a complicated configuration, and 
were equipped with the magnet of a complicated configuration in one by 
it. 

[0089] The operation gestalt of a [motor], next the motor equipped with 
the magnet which carried out in this way and was manufactured is 
explained. 

[0090] The motor of this operation gestalt is an IPM (Inner Permanent 
Magnet) mold motor, and the bond magnet produced by the above-mentioned 
manufacture approach is used for it as a spring magnet of one apparatus 
Rota. 

[0091] In addition, it cannot be overemphasized that the magnet of this 



invention is used suitable for other motors and actuators of a class 
besides this kind of motor. 

[0092] Below, the example and the example of a comparison of this 

invention are explained. 

[0093] In [1st example] this example, absolute pressure performed the 
above-mentioned rapid solidification process in the argon atmosphere of 
30 or less kPas. As a cooling roller, the roll made from a copper alloy 
(diameter: 350mm) covered in the chrome plating layer with a thickness 
of 5-15 micrometers was used. The rapid solidification of the molten 
metal of a raw material alloy was flowed down it and carried out on the 
periphery front face, rotating the roll made from a copper alloy with 
the peripheral velocity of lOm/second. When the temperature of a molten 
metal was measured with the emission pyrometer, it was 1300 degrees C. 
The molten metal dropped the diameter of 1. 3-1. 5mm by carrying out at 
the rate of per second 10-20g from the orifice. 
[0094] The ratio (%) of the Bragg reflection reinforcement of the 
metastable phase Z to the presentation of the molten metal about each 
example and the highest reinforcement of a halo pattern is shown in 
Table 1. As shown in Table 1, ^^the ratio of Bragg reflection 
reinforcement^^ suited 5 - 200% of within the limits also about which 
example. In addition, in Table 1, the notation ^^Nd2. 5+Prr^ indicated by 
the column of ''R'' means that each presentation ratio is 2. 5 atoms % and 
one atom % including Nd and Pr as rare earth elements R. 
[0095] Drawing 3 (a) shows the powder X diffraction pattern about the 
example of a number 2. the halo pattern which makes a background so that 
drawing 3 (a) may show — 2 — while the highest reinforcement is shown 
in theta = about 43 degrees, a steep peak on the strength is observed in 
20= 51. 4 degrees. This steep peak on the strength is a Bragg scattering 
peak which appeared in the location equivalent to 0. 179nm**0. 005nm 
crystal-face spacing. This Bragg scattering peak is based on a 
metastable phase Z. Otherwise, the diffraction line by the metastable 
phase Z is observed by the location equivalent to a 0. 417nm**0. 005nm 
crystal-face spacing and 0. 267nm^^0. 005nm crystal-face spacing. 
[0096] In addition, observation of the above-mentioned powder X 
diffraction pattern installed and performed the monochromator between 
the sample and Cu target, using Rigaku RINT2000 as a measuring device. 
[0097] After grinding the raw material alloy of this example to powder 
with the particle size of 850 micrometers or less, it heat-treated to 
raw material alloy powder with the fine-particles firing furnace (for a 
trial: die length of 2m) of drawing 2 . Raw material alloy powder passed 
through the cooling zone C in 10 minutes, after passing through the 



heating zone in 10 minutes. A heat treatment ambient atmosphere is argon 
gas, and supplied raw material alloy powder by the loading consistency 
of 0.6 g/cm2 per unit area. The magnetic properties and the optimal heat 
treatment temperature at the time of setting throughput per unit time 
amount to 3kg are shown in Table 2. 

[0098] The same process as an example was performed using the molten 
metal which has the presentation shown in the [example 1 of comparison] 
table 3. 

[0099] The difference with an example is in the cooling rate of a molten 
metal, and carried out roll peripheral velocity in 20m/second in this 
example of a comparison. Other conditions are substantially [ as the 
conditions of an example ] the same. Table 3 shows that the ratio (%) of 
the Bragg reflection reinforcement of the metastable phase Z to the 
highest reinforcement of a halo pattern is less than 5%. 
[0100] Drawing 3 (b) shows the powder X diffraction pattern about the 
example of a number 2. The Bragg scattering peak by the metastable phase 
Z was not clearly observed so that drawing 3 (b) might show. 
[0101] The magnetic properties after the optimal heat treatment 
temperature about this example of a comparison and heat treatment are 
shown in Table 4. The thermal treatment equipment and the approach are 
the same as that of the case of an example. Coercive force is low as 
compared with an example, and Table 4 shows that the magnet property is 
inferior. This cause has the bad controllability of heat treatment, and 
is because desirable crystal growth is not realized. 
[0102] In order to make a magnet property equivalent to the magnet 
property of an example discover, the powder throughput at the time of 
heat treatment needed to be reduced to 0. 7kg per hour. Since the 
controllability of heat treatment is falling in the case of the example 
of a comparison, unless it lessens the amount of alloy powder and it is 
processed, a magnet alloy with a desired metal texture cannot be 
obtained. The example of a comparison is inferior in the throughput by 
the heat treatment process for magnet-izing, and this shows that it is 
not fit for mass production. 

[0103] The same process as an example was performed using the molten 
metal which has the presentation shown in the [example 2 of comparison] 
table 5. 

[0104] The difference with an example is in a cooling rate and the 
amount of flowing down of a molten metal. In this example of a 
comparison, roll peripheral velocity was carried out in 5m/second, and 
the molten metal was dropped at the rate of per second 20-30g. The 
powder throughput at the time of heat treatment could be 3kg per hour. 



Other conditions are substantially [ as the conditions of an example ] 
the same. 

[0105] The ratio (%) of the Bragg reflection reinforcement of the 
metastable phase Z to the highest reinforcement of a halo pattern and 
the ratio (%) of the reinforcement of the Bragg scattering (110) peak of 
the body center cube mold Fe are shown in Table 5. If a cooling rate is 
too slow as shown in Table 5, the ratio (%) of the Bragg reflection 
reinforcement of the metastable phase Z to the highest reinforcement of 
a halo pattern is over 200%. 

[0106] Drawing 4 shows the powder X diffraction pattern about the 
example of a number 2. Although the Bragg scattering peak by the 
metastable phase Z is notably observed so that drawing 4 may show, the 
reinforcement of a halo pattern is falling remarkably. 
[0107] About this example of a comparison, the magnetic properties and 
the optimal heat treatment temperature after heat treatment are shown in 
Table 5. The thermal treatment equipment and the approach are the same 
as that of the case of an example. Coercive force is low as compared 
with an example, and Table 6 shows that the magnet property is inferior. 
[0108] Even if it changed the powder throughput at the time of heat 
treatment, a magnet property equivalent to the magnet property of an 
example was not able to be made to discover. This shows that it becomes 
impossible to acquire a desirable nano composite presentation when a 
cooling rate is too slow. 

[0109] The example by the 2nd approach mentioned above is explained 

below the [2nd example]. 

[Olio] In this example, the relative position of a nozzle orifice and a 
roll kneader was changed in the equipment of drawing 1 . More, the 
molten metal was concentrated through from the 45 slanting upper part 
on the basis of the core of a cooling roller 7, and the rapid 
solidification of the molten metal was carried out to the detail, 
controlling so that the depth of a molten metal is set to 5mm - 8mm in 
the space (width of face of 10mm) of the upper part release surrounded 
by and the roll peripheral face. In addition, the presentation of the 
raw material alloy used by this example is the same as that of what was 
indicated in Table 1 and 3. 

[0111] The alloy thin band which contacted the roll surface and was 
solidified was pulled out up with rotation of a roll 7, in the 
neighborhood which passed the summit of a roll 7, separated from the 
roll 7 and fell caudad. Then, through the sliding way, the alloy thin 
band was introduced into the grinder and ground. The roll peripheral 
velocity at this time was 5m/second. Molten metal temperature was 1200 



degrees C - 1280 degrees C in the location of a basin, and the ambient 
pressure force at the time of cooling was 40kPa-50kPa. The temperature 
of an alloy thin band measured the infrared reinforcement of 3-5 
micrometers of wavelength bands, assumed iron black body radiation, and 
presumed it from the Stephen Boltzmann distribution. In this way, the 
presumed temperature of the obtained alloy thin band had already fallen 
to about 800 degrees C - 900 degrees C immediately after pulling out 
from a basin. Moreover, the thickness of the obtained alloy thin band 
was 100 micrometers - 170 micrometers. The contact die length of a 
molten metal and a roll estimated the quenching rate at the time of 
coagulation to be a 1. 3xl06K/second - 3. 4xl06K/second as 1.4 times (1/45 
cos(es)) of the depth of a molten bath. 

[0112] Since cooling of it was carried out still more promptly after 
being able to pull up a molten metal from a basin, the alloy thin band 
temperature in the time of exfoliating from a roll 7 was falling to 400- 
500 degrees C. Since the diameter of a roll of the equipment used by 

this example was 350mm, time amount after a molten metal contacts a roll 
until it separates was equivalent to the time amount which a roll 
rotates 1/8, and was about 20m/second. Therefore, the cooling rate of 
the average on the roll of a molten metal estimates that it was a 
3. 6xl04K/second - 4. 5xl04K/second. 

[0113] The vitrification transition temperature of these alloys is about 
550 degrees C - 580 degrees C at most, even when thermal analysis is 

performed on the conditions which heat an amorphous alloy by part for 
20-degree-C/and glass transition is observed below at the 
crystallization temperature (about 590-600 degrees C) of Fe3B. On the 
other hand, when glass transition is not observed by such thermal 
analysis, vitrification transition temperature will be beyond 
crystallization temperature. Since the alloy thin band temperature at 
the time of an alloy thin band separating from a roll 7 was 400-500 
degrees C in the case of this example, after quenching an alloy thin 
band below at vitrification transition temperature, it turns out that 
the roll 7 was left. 

[0114] Thus, as a result of measuring the obtained alloy thin band using 
Cu-K alpha rays with X-ray dif fractometer, the diffraction pattern shown 
in drawing 5 was obtained. It turned out that it is what can carry out 
indexing as a Fe23 B6 phase as the diffraction line in this diffraction 
pattern was shown all over drawing. 

[0115] When this raw material was heat-treated by the amount of supply 
of 3 kg/h using the heat treating furnace for evaluation shown in 
drawing 2 , the magnet property shown in Table 7 in the heat treatment 



temperature (laying temperature of a furnace) shown in Table 7, 
respectively was acquired. When the example 1 of a comparison and this 
example which were heat-treated by the amount of supply of 0. 7 kg/h are 
compared about the alloy of the same presentation, it turns out that the 
magnetic properties of this example are relatively high. In other words, 
the heat treatment process of this example has a high throughput. In 
addition, the number of the leftmost column of Table 7 is equivalent to 
the number shown in Table 1 and 3, and the same number shows the raw 
material alloy of the same presentation. 

[0116] The example by the 3rd approach mentioned above is explained 

below the [3rd example]. 

[0117] As the distance between rolls was set to 160 micrometers, the 
relative configuration of the quenching roll made from carbon steel of 
the pair of 150mm of diameters of a roll was carried out, and hard flow 
was made to rotate a roll mutually at the same rate so that a roll 
surface may move caudad in the clearance location during a roll. This 
example also carried out roll surface velocity in 5m/second. The weir of 
refractories is made through the refractories felt on a roll side face, 
and it was made for a molten metal not to leak in the direction of a 
side face. Thus, it was made to flow down a molten metal toward the 
clearance between rolls through a quartz nozzle orifice from the upper 
part, and the basin was formed in the clearance space during a roll. The 
basin depth presumed based on the width of face (as parallel as roll 
spacing) of a basin was about 10mm. The molten metal was caudad pulled 
out from the clearance during a roll, and the continuous quenching alloy 
thin band was formed. 1300 degrees C and the alloy thin band temperature 
of the molten metal temperature before quenching were about 800 degrees 
C directly under the roll. Therefore, the average cooling rate was 
estimated to be an abbreviation 2. 5xl05K/second. In this example, 
cooling of the thin band was further carried out according to the 
cooling argon gas stream, and thin band temperature was reduced at 500 
degrees C or less. 

[0118] When this alloy was heat-treated by the amount of supply of 
3kg/hour using the heat treating furnace for evaluation shown in drawing 
2 , the magnet property shown in Table 8 in the optimal heat treatment 
temperature (laying temperature of a furnace) shown in Table 8, 
respectively was acquired. When the example 1 of a comparison and this 
example which were heat-treated by the amount of supply of 0. 7kg/hour 
are compared about the alloy of the same presentation, it turns out that 
the magnetic properties of this example are relatively high. In other 
words, the heat treatment process of this example has a high throughput. 
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[0127] The reason for limitation of an alloy presentation is explained 
to the [reason for presentation limitation] last. 

[0128] Rare earth elements R are elements indispensable to R2Fel4B which 
is a hard magnetism phase. R in this invention contains the element of 
either Pr or Nd and both more than 90 atom %, and contains the 
lanthanide of others [ remainder ], or the element more than a kind of Y 
less than 10% 0% or more. The element of either Pr and Nd is 
indispensable in order to generate R2Fel4B with a uniaxial-crystal 
magnetic anisotropy. Rare earth elements other than Pr and Nd are 
suitably chosen as arbitration. Since there is too little effectiveness 
of coercive force generating when less than 2 atom %, the presentation 
ratio of R is not desirable. On the other hand, if the presentation 
ratio of R exceeds 6 atom %, since Fe3 B phase and Nd2Fel4 B phase will 
not be generated but an alpha-Fe phase will turn into the main phase, 
coercive force will decline remarkably. From the above thing, it is 
desirable about the presentation ratio x of R that it is 2<=x<=6. 
[0129] B is an element indispensable for both R2Fel4B which is Fe3B and 
the hard magnetism phase which are a software magnetism phase. Since 
necessary coercive force will not be demonstrated if the presentation 
ratio y of B separates from the range of 16 - 20 atom %, about the 
presentation ratio y of B, it is desirable that it is 16<=y<=20. 
Furthermore, if B separates from this presentation range, since the 
melting point will rise, it will be necessary to raise a melting 
temperature and the incubation temperature of a hot-water-storing 
container and and amorphous generation ability will also fall, a desired 
quenching alloy organization becomes is hard to be obtained. 
[0130] By raising Curie temperature, Co decreases the temperature-change 
dependency of magnetic properties, consequently has the function to 



stabilize magnetic properties. Moreover, there is also a function to 
improve the viscosity of an alloy molten metal, and it contributes also 
to stabilization of a molten metal flowing-down rate. If the addition 
rate of Co is less than 0.02 atom %, the above-mentioned function will 
not fully be demonstrated, but if 7 atom % is exceeded, a magnetization 
property will begin to fall. When acquiring the effectiveness of this 
invention, addition of Co is not [ that what is necessary is just to 
perform addition of Co to demonstrate these functions ] necessarily 
indispensable. When adding Co, it is desirable that 0. 2<=z<=7 is 
materialized about the presentation ratio z from an above-mentioned 
reason. 

[0131] M is added to increase coercive force as much as possible. If the 
addition rate of M is less than 0. 01 atom %, the increment in coercive 
force will not fully be observed, but if the addition rate of M exceeds 
7 atom %, magnetization will fall. Therefore, when adding M, it is 
desirable about the presentation ratio u that 0. l<=z<=7 is materialized. 
In M, Cr demonstrates the effectiveness of corrosion-resistant 
improvement besides the increment in coercive force. Moreover, Cu, Au, 
and Ag are effective in expanding the proper temperature requirement in 
heat-of-crystallization down stream processing. 
[0132] 

[Effect of the Invention] According to the raw material alloy for nano 
composite magnets by this invention, since crystallization of Fe3B 
advances by atomic diffusion of the ultrashort range, crystallization of 

Fe3B becomes possible at low temperature comparatively. Moreover, since 
the temperature requirement where crystallization of Fe3B advances 
shifts from the temperature requirement where crystallization of 
Nd2Fel4B advances, each crystallization takes place separately in time 
at the time of heat treatment. For this reason, microcrystal-ization can 
be performed with a sufficient controllability, without crystallization 
heat of reaction' s distributing to a large temperature requirement, and 
emitting big crystallization heat of reaction at once. Consequently, the 
raw material powder throughput in a heat treatment process can be raised, 
without degrading a magnet property. 

[0133] Moreover, since a crystalline nucleus required for 
crystallization of Fe3B exists by high density in a raw material alloy, 
by magnet-ized heat treatment, a detailed and uniform metal texture can 
be formed and the manifestation of a high magnet property is enabled. 
[0134] According to the manufacture approach of the raw material alloy 
for nano composite magnets of this invention, it becomes possible to 
control the cooling process for alloy formation, using the Bragg 



reflection peak in the X diffraction of an alloy as an index. For this 
reason, optimizing a cooling rate or managing become easy, it is 
stabilized and the raw material alloy for the nano composite magnet 
excellent in the magnet property can be manufactured now. 
[0135] According to the manufacture approach of the nano composite 
magnet powder of this invention, since a detailed and uniform metal 
texture can be formed with a sufficient controllability by magnet-ized 
heat treatment, it becomes possible to offer the magnet excellent in the 
magnet property by the high throughput. 

[0136] Since the outstanding magnet property is demonstrated according 
to the nano composite magnet of this invention, the property of a motor, 
an actuator, etc. can be raised at low cost. 
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DESCRIPTION OF DRAWINGS 

[Brief Description of the Drawings] 

[Drawing 1] (a) is the sectional view showing the whole equipment 
example of a configuration used for the approach of manufacturing the 
raw material alloy for nano composite magnets by this invention, and (b) 
is an enlarged drawing of a part with which rapid solidification is 
performed. 

[Drawing 2] It is the sectional view showing the example of the thermal 
treatment equipment used for the approach of manufacturing the nano 
composite magnet by this invention. 

[Drawing 3] (a) is a graph which shows the X diffraction pattern of the 
1st example, and (b) is a graph which shows the X diffraction pattern of 
the example 1 of a comparison. 

[Drawing 4] It is the graph which shows the X diffraction pattern of the 
example 2 of a comparison. 



[Drawing 5] It is the graph which shows the X diffraction pattern of the 
2nd example. 

[Description of Notations] 

lb, 2b, 8b and 9b Controlled atmosphere feed hopper 
la, 2a, 8a, and 9a Flueing opening 

1 Dissolution Room 

2 Quenching Room 

3 Fusion Furnace 

4 Hot-Water-Storing Container 

5 Tapping Nozzle 

6 Funnel 

7 Rotation Cooling Roller 

10 Fracture Machine 10 

11 Compressor 

21 Molten Metal 

22 Alloy Thin Band 

23 Alloy Flake 
28 Body 

24 Roll Kneader 

25 Roll Kneader 

26 Hoop Belt 

27 ****** 

[Translation done. ] 
* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may 
not reflect the original precisely. 

2. **** shows the word which can not be translated. 

3. In the drawings, any words are not translated. 
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(57) (ISiE^-) 

Fejoo-^-y-zR-^ByCo^. Fe 

1 00-x-y-u By ^ i/tJiFe 
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^ ^ 1 oo-x-y-zR-^ByCo^, Fe 
1 oo-x-y-u R-x By ^ ^ ?t{iF e 

%iii±-ir^ L . mm¥m(^) y^njtm * a y o 
-«m±<7)7c«^ 0 %i.:JLh 1 0 %*vs#^rri.#±«7c 

MiiA 1. Si. Ti. V, Cr, Mn. Ni. Cu. 
Ga. Zr. Nb. Mo. Hf . Ta, W. Pt. P 

1 6gy^2 0, 
0. 2SzS7. 

0. 0 1 gugy 

X^[lIl(ftt3{t-& T-"^ >/ yKm^~9ti^ 0 . 1 7 9 n m 
+ 0 . 0 0 5 n m C^ISH^HffiP^PBtffl 3 ^ ^ GBtC ^5 ^ 2p 

#:^ll^Ti:^rMFeCO (110) 7-5'v^'"mSLt°-^co5£S 
jO^'Iu iS> ^ n-y N° ^' - >-(7)ft iS^Si?) 5 %Mnxh hi-/ 

oo-«-y-zR^ByCo,. Fe 
1 oo-x-y-uRxByMu. ^Tt^tJFe 

%Jil±-&* L . SgP^^ffiO ^ y ^ ^i^^ijjc* 4 a Y O 

-sm±«07c«& 0 %tJLh 1 0 %*jg#*-r-i.ft±^ 

M{±A 1, Si. Ti. V. Cr. Mn. Ni. Cu. 
Ga. Zr. Nb. Mo. Hf. Ta. W. Ft. P 

cmjtmxh 0 . 

ffijiSiirtx. y. zHk^ntK 

2gxg6. 

1 6SyS2 0. 

0. 2gzg7. 

0. 0 1 £u£7 

X^HlJfrtfctt-S 7''5 >y t°- y&i 0 . 1 7 9 n m 

± 0 . 0 0 5 nm<ntii^mmmt<zm^-th\m.hzhhm 



#;'C^ir::^MF e</) ( l l o ) r =y ■y^'mLfc°-^?'05fi^ 

P^i oo-x-y-z^xByCo^. Fe 

1 0 0 - . - y - u B3, . t/ctiFe 

1 00-x-y-z-u Rx B y C o 2 Mu "ClS$^T.S 

-hy ay;^^^'.'/ ba5M;HP-^^T-S)'5T. R{i:P rfc 

it^'N do— fc{iM:^07c*^ 9 oi^^%ii[±-^^r 

L. aa5;^^'ffic7)5y^>'^^^ij7clft4:^ci±Y£7)— «iil±£7) 

7c«* 0 %i^:ui 1 0 s#±pju«t*S) o . 

M{i:A 1. Si. Ti. V. Cr. Mn. Ni. Cu. 
Ga. Zr. Nb. Mo. Hf. Ta.W. Pt. P 
b. Aviii2;iUAsti^i^^j:tmt^^mK^fi.fz—mmL 
COtcJIT^D, fflfi^bx. y. zioj;tXu*i. 2Sxg 
6. 16SyS20. 0. 2 S z S 7 . J; VO . 01 

g u g 7 ^iS^^^^y 3 yiT^i; -y hmsmmm-^^i: 
:^zti,zx-ox. xmmmzmf s 7-5 ^ ^'■Ki^ t - 

;6i'0. 179nm±0. 005n maM^gm^M^Z^ S 

>iOSft?fiStfO 5 %VXh2 0 0 %*PT'S) 0 . 
W't^±MF &cr) (110) y'^'y^'Mt-yo 

i i: Sr!^ h -ri. :^ y n i^' -y b 1^5fflMff-^c^K 

[|fi*il5] |tiiE.%?^«IIlX^t:*3V^T. KrlE-^^o 
J^ffliS^Sr 5X104--5X10S K/#^t L. S?^lu 
CO^-^'^y^&Tmt^C^AQ 0—8 0 0°CfiW£V^^St 
-^^iOiSS ^ffiT^-ti: -S. it*3S 3 tlEtfecO-?- y n i^' 
■y b?15fflilf4^AOM3g:&'S. 

[W^II6 ] — IRx^?&i'F ei oo-^-yR-xBy. 
Fei oo-x-y-zRxByCo^. Fe 
1 oo-x-y-uRxByM^. SJttiF e 

1 OO-x-y-z-uRxByCo^Mu T'^S flS 

■^y 3 y.-K V h M:Effl-^^-C-S) -:>T. RJdPrjoiy 
N d (7)-:^ s /c{4isi:^ro7cig^ 9 o j!^-?%j.:Ji±#* t . 

mW>t)H'(!Lcr> "yy^ ym^jtmt. fzi±Y cr)-M^J.A:.c07m 
^ 0 %V1±. 1 0 %*)S-irW-t-i)*±a7t;3ST-*) 0 . M{i 

Al. Si. Ti. V. Cr. Mn. Ni. Cu. G 
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a. Zr. Nb, Mo, Hf, Ta.W, Pt, Pb, 

IRT-*^. fflJiSitx, zi3j:lfufj\ 2^x^6, 
16gyg20. 0. 2gzg7, iDj;t^"0. Ol^u 

t^—^'^^O. 17 9nm±0. 0 0 5 n mCO'^MM^M 

]2Lt 2 0 0%*}1IT'* 0 , i^t^±MF e ( 1 

10) r ^ "/ ^''15:51 1°- ^ c^5iS;0iBfrlB^ n n -y ^° ^ - y 

104-^5x106 K/^Jfi: Mi^mcD^^coiSLmT 

m7:)^ji,4 0 0 — 8 0 0'Cfzifi&i~^iSJS.lZ-^-^cr)'iSLJS.ii& 

r^^^ i t ^mmt^^msmeizmmcoi-yay^ti 

[fi^SS] -feC:*«Fe 1 0 0 - X - y By , 

P'^ioo-x-y-zf^xByCo^, Fe 
1 oo-x-y-uF^iiByM^, t-tzlfF e 

1 00— X — y— z — u 

agp^^'ffito^ y^ ymmmtfziiY<7^-mi^i±(r>7tm 
i 0 %m± 1 0 %mm^i-^^±M7tmvh K) . Mit 

Al, Si. Ti, V, Cr, Mn. Ni. Cu, G 

a, Zr. Nb. Mo, Hf, Ta,W, Pt, Pb, 

16Sy£20. 0. 2£z£7. 0. 0. 01Su£ 

lirm&L. t*^t, xmmmzmi-^ry-/yKmh° 

— l^ti^O. 179nm±0. 0 0 5 n mCOSgH^BSraPitz: 

w^^h&mi>zh^m^mmz^-^^L. BfriBr^-/^^ 

±.2 0 0 %^mT$> K) . ^^O, i^'t-^AOfmP e O ( 1 1 

0 ) y'^'y^'mL^-^cD^mtimii^^xj-^^:^-y(7) 
mria-^ y ^ y^r-'j b m^mmr^^(r)f^mzMLxm 

MS^ML, ^tHZXr>X. Feg Bit-^tiXX/F e 



[Wii<a9] -mmi-y^y^=JyhmsmwM^^<^ 

104--5xi06K/#i:L, M.}^m<7)-^^(7yi^mT 
mt^i^A 0 0—8 0 0°C;^'{tffiV-iiajKfc-^tfO?jgLS^i£ 

mmmcomm^c^m^^m^ ^x #y YWB^rimt^ 
xm^^tstmm s s /sfi 9 i,zmmcDi-y r? s^' -/ b 

[mmm 1 1 ] if^iBs . 9 1 /^{i 1 0 ictetto^y 

ayt'i^'y hm?G(^mmj]'mzX'yxm3k^tifzi-y^ 

[000 1] 

imn^m-t^mf^m: *?tmu. Fes B-ft-^irijo 

-ryziy:i-^=j^yhmE<^mMi]mi>zm't^. mz. -ty 
zty^.i^^y hm;B^m:m'thfzibcr>mm^±t5i:v^^(r> 

m^m^^^-ry a y^-i^^y hmuc^m&im^zmth , 
tfz. -^mm-tyziyy^^i^^y vm^^mttz'^-^i^z 

[0002] 

{mM<^mn Feg B/Nd2 Fei 4 B^^y:^^ 
r^'Jy Vm^\i. y 7 hlSttfflT*^ F e 3 Bm^Sa^at 
Kl^ttffl-rab^ N d 2 F e 1 4 Bmi^B^BA-'^-tC^i- 

t , -^mmmmi^z x -r'XM^tmMm^zit^u-^ Lfzm 

^Xh^. ^Kt:>cr>W^^a\±-t y y-V)V {nm) 

^'-co-^-^ x^n-h. mm^^Bm:bm^'itLfzmm a- 

yay:^i^^yhmm) ^mmLX\^:i>:it:f)>^. r^y 
[0 0 0 3'i -ryay^ti'J-yhm^it. yyhl^ttffiSr 

■%^^j:tfih , KJittffi b (Dmmm-^i^zx xm. 
ixfzmEm^^%m-h^ht^x'^h. ttz. Ndmc^ 

i^ttxm±mjumcois-^mtm<mt^ixi. ^a^z 

^dx.-xhnm-^xhh. 

[0004] .rcDi d ^r-^y ^VT^i^'-y b^^EJi. mm 
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[00 0 5] ^^a^B«^mo-^^{±>Va-;l.ffi^i;'<7)^;P 

[0006] iSML. }^m^->i-/p^^mti^z-^-Ai,^. m 
m&if\inizm<s.-^'^<murz'jmy mm mmz^^ 
^ o z. <D^^^^immm\<z i xmm^tmi^itLtz 
c7)-h. m^mi>zj:'yxi Kimi}^^-^^^ xtzmw^tixm 

[0007] ^com. m^m^tcofzubcomumtm^ii. 

Z<7)mSimi>Z^'oX. Fe3 BfiSie^ioj;y^Nd2 

Fei 4 Bumikti^^f^^ti. mmit^tmm^mizx 

[00 08] 

<r)m<^xm--)^'CDmm}^t:^Lx^^fz. ^^h-h. im 

mm.n-^-A(^f:^ihitKmxmmrmz±^^j:m^m^^^ 
Its, mmmwf^zx^^-^^iMLmc^mmtimmxh 1 1 
^^ommti^h-ofz. mz. ±m<Dm.m'^mimzMLx 
m^mtrm^o b-t^m^. ^cr,is,mmmif^m\mi>z 
PiS "9 ^-r -^fzfzi^. {p-m-r-ocomm-^^mmzM l x 
L^^BJmt:m-^^j:<^x'o. 5?pii^-b (mmfShfz 
K) c^m^mm ) t^i&r txttot^^o mmti^$> -y 

Z<7)Ztl±. mGn^cr,m&mzt'yX:k:^^j:^m 

t^-yXX-^fz. 

[0009] :^^miim^-'hm}^szm^x^j:^tifzi,c^ 

tnzi'yxmmi}--^mw^^mmmin'yfzm^mm^ 

Siitts < ^mmi^zmm-t^ <nizm Ltz-i-/^ y-r^'j -y 

^ztizh^. 

[ 0 0 1 0 ] s T^c. *^H^c?)ffi£7)g&<j{i. m^mitf,zm. 

[0011] ^OJ; a t^ffiti 

i^-t^Zhf^Zh^. 
[00 12] 

iwm^mm-hfz^<7^^m ^^m^zxhi-j^yr^ 
=j-y vm^mmm^it. -m^ti-¥ e i o o - x - y 

ei oo-x-y-uR-^ByM^, t.fz{iF e 



1 oo-x-y-z-u R-x By C o 2 Mu T'iSSixS 

7tm^ 0 %i.:i± 1 0 %mm-^^h^±mtmx'h o , 

M«A K Si. Ti. V. Cr, Mn, Ni, Cu, 

Ga, Zr, Nb, Mo, Hf, Ta, W, Pt, P 

b, AuiiXXfP^st'i^^xhM-h^hmU^ixfz-mVXt 
6, 16;gy^20. 0. 2s:zg7, 0. Ol^us: 

nm&L. L-h-^h. xmrnrnzan^yy-yVKm^:^ 

~9ifi0. 17 9nm±0. 0 0 5 nm<7)ISIIHP^|5Bt 
±2 0 0%*}||-r-& 0 . jS^-o. i^'t-'iLjjm.F e CO ( 1 1 

0 ) -y i^'WLns^-^com^tiWiM^^f^—^'^i^—yco 
mrn^mco 5 %mmx'h t » 
[0013] ^^mizx^-^y^yyi^'j-/ hm^mmm 

^1 00-x-y-z RiiByCo^, Fe 

1 00-x-y-z-uRxByM^, tfzl^Fe 

1 0 0 - X - y - . - R ... B y C o , Xm:^rL^ 

■j-yayjin^-yh mpammfY^^mmxh -^x. 

p r i5 XX/ Nd CO— ijtfzimij cr)yi::m^ 9 0 m^%ii}. 

L , mmmco ^y9 ymAim -tfz\%Y <r)-m 
in±cojtmi 0 %m± 1 0 %mm-^^^tm±m7tmx 

h 0 . MJi: A 1, Si. Ti. V. Cr. Mn, Ni. 
Cu, Ga, Zr, Nb, Mo, Hf, Ta, W, P 
t, Pb, AniiX-(I Asii^i^^tmti^^mSi^flfz— 
mVXk.<^jtmXh^ . fflfiEibx, y, z*Jj;Vu*\ 2 
gxg6, 16gyg20, 0. 2^zg7, 0. 01 
SuS7SrP^L, L3&^i>, xm.mmzi5l,'f^y^-/'f 
mM'^—^ti^O . 17 9nm+0. 0 0 5 n mCOSSH^HH 

mm>^zm^^i->\imzhh-m^imz ^-^-^ t , luiar 

5 %Jil± 2 0 0 %*ilfr-^ 0 . J&^-o. ■HoC,^^t:^raF e CO 
(110) y^y yVmiX-^cry^mifimiJ^n-J-^^ 

[0014] i-yayir^i^-y vm^mmM-^-^<Dmw5 

—m.itti^F ei oo-x-yR^By, Fe 
loo-x-y-zFlxByCo^, Fe 
1 0 0 - X - y - u Rx By , S^r^F e 

1 00— ^ — y— z — u 

By Co, Xm^tl^ 

i-yay-^i^^^yh Wk^mmM^^X'h o T , R{i P r i3 

J; U^"N d o-;:^ 1 5t {±F5^rco7t:« ^90 %K±#* 

L, agP;&>'ffic05>^^'>-^^lj7U«t5t{±Y<7)-«Jil±(73 

7c^^ 0 %iiLh 1 0 %*}i-ir^rr Sftzh^^T-ab 0 , 

MJiA 1, Si, Ti, V, Cr, Mn, Ni, Cu, 

Ga, Zr, Nb, Mo, Hf, Ta, W, Pt, P 
b, Ani5XXfAst)^i:>^^hmt)^^miR^Kfz-mVXh 
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6. 16SyS20. 0. 2SzS7. HXX/O. 0 1 
g u g 7 ^m^-r^i^y y^'i^' -y bK^.ffllSf t^#^ 

0. 17 9nm±0. 0 0 5 nnKJOMSHrBllStCffiS-f" 

>'0»iS^SJKc7) 5 %lil± 2 0 0 %*}ST-J> D . t:)^^ . #: 
'C^Ti:^MFe£7) (110) y"^-yiP''mi^-:^i0^m^^ 

[0015] ifr!Bm?^«ia§^i?^^Ki6f-^A3&>^>m5i^&# 
[0016] Bfriamj^#Eix@tt5v>T. ma-^coi^ 

aiJSJK^ 5X104—5X106 K/gf i: L, M}%mC0 
-^#iD?aSTm*^ii>4 0 0 — 8 0 o^cfcittev^iajst:-^ 

[0017] ^mMizjzhi-y^y^i^'y hmsm^co 

^loo-x-y-zf^xByCo^, Fe 
1 oo-x-y-uFlxByMii, 4/i{iFe 
ioo-x-y-z-uRxB3,Co, M,T-^$ttl. 

i 0 %Klt 1 0 -&#±?S7C«-C3b 0 . M{i 

AU Si, Ti, \'\ Cr, Mn, Ni, Cu. G 
a, Zr, Nb, Mo, Hf, Ta,W, Pt, Pb, 

16gyg20. 0. 2^z^7 ^ Ol^u 
t°— i7^i0 . 179nm±0. 005n mC^M^BM^m 

Iil±2 0 0%*}i-c^5 0 , >?)^'5. #:^i:^i::^rfflF e to ( 1 
1 0) y'y y^-mi't.'-yco^&tmm^^^-r-^^-y 

<7)**^JS<7) 5 %*5ST-fe i>i-yz2y::it=J'yh M^fflil 

wammm^^co^mzMLxmrnM^mL. ^itizj: 
[0018] friB-^y 3 y;Ki^"'y vm^mwM^^<r)m 

-thxMh^^-^L. mt^.}%mmjMizii\^x . tjie 

'k^(r){%^mS.t: 5X104—5X106 K/#i: t. 



'm%m<r)-^^<r)&S.Tmi}^(^A 0 0~8 0 O^Cy^ltffiV-* 

[0 0 19] :*:^Bflt j:^-^yay;Ki^-7 b^SOSil 

—m^ti^F ei Fe 
loo-x-y-zR^ByCo^, Fe 
1 00-x-y-u By . 4/;:(i;F e 

1 OO-x-y-z-uR-xByCo^M^ X^^iXh 

■f-jziyir^ij-y hm^f%^^Xh-oX. n\iP risiV 
N d cT)-:^ 4 tziimUcoim^ 9 0 W.^%i^A±-ir^ L . 

mmmco yy^ ymnTtmttz ii Yo-aiii±co7u« 
^ 0 %i2JLh 1 0 %Mm^^'t^^±m7umxh 0 . mjs 

AK Si. Ti, V, Cr, Mn. Ni. Cu, G 
a. Zr. Nb. Mo. Hf. Ta.W. Pt. Pb. 

ffifiScJrtx. y. zt>j;Z>'u*i. 2gx^6. 
16gy^20. 0. 2gzg7. 0. 0. OlSug 

i^m^L. L-h-i,. y^mmmziin^y^ -y^Km"^ 

— y-ffiO. 17 9nm±0. 0 0 5 nm^O^HHraPBt- 
ffliM^^ii!:«t^-i.2pSSfflZ^-^*t. H>riB7"7-y^' 

mi'c-y crmm^^^ri~^^'?'~ycr>mmkm.(ri3%&. 

±2 0 0 %*?i-r-J> "9 . ftc^C^i^rMF ec^ ( 1 1 

5 x^mxh ^i-ya y^'j -y h msmmm 
-^^com^trmm-t^jimt. mm-ty^y^zy-yhm 

^mm.n-^-^(7^m^izMLxmmmimL. ^tnzx-o 

X. F e 3 B -fb-^ftfc J;t^-Fe-R-B ^-it^mc^M^m 

m\'^xm&i^^mm~thxMt . 
[0020] mmi-ya y^^i^'y hm?Bmmm-^±cofji 
*^ffls^i>xg{i, msmm-^^<^m's^mm-^x 

■thumt^^^L. mst'B.i^mmTMizm-^x . tfrta 
-^^ionmmm^ 5x104-5x105 K/fpt 

M^vmi^)-^-AC0'&^Tmt^^4 0 0 — 80 0°Cf3fi&\-^ 

'i&mz-^^coimiiSir^-t^^it^m^ 
[ 0 0 2 1 ] *f t L^-^mmmxit. miimmimf& 

[0022] *^BHti^^:-^{i. ±mi'yzjy:i?=J 

•y hm^^mmjjm^zX'yxm^^tifzi-y^y^iiyv 
hmeimtxui>^ 

[0023] 

i^mcr>mm(^mm'i ^^^mxn. -m^ti^Fe 

1 oo-x-yR-xBy. Fe^ Qo-j^-y-^Rj. 
ByCo^ . Fcj oo-x-y-uR^xByM^. 4 
JtfiFe 1 oo-x-y-.-uRxByCo,M,0 
Plixi}'Xm^tii>i^y::iy7t<'J'y hm^m^^coM^t: 

[0 0 24] >I<1T\ R{iP rioitXNdo— :tr4;^c(± 
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ym'\7vmtfziiY<D-mm±c')7€mi o i o % 

*imW^^#±^7n«T-*'9. M{±A U Si. T 
V, Cr. Mn. Ni, CU, Ga, Zr. Nb, 
Mo, Hf , Ta, Pt, Pb. AuUXX/As^^ 

X, ztJit^'uSi. 2gxg6. 16^X^20, 
0. 2SzS7. fciVO. 0 lSuS7^jt^^§. 

[0025] :^wMmi±. ^Mmcoi^mmmi^zmL 

^(TiY^MMm 5X104-^5X106 K/#'i;-r 

0. 17 9nm±0. 0 0 5 nm<?D^H^BHP5Fil:ffla-f' 
^^m^Zh^WR^Z^iS^L. 

i^^JK:^^VNn-yN°^-y(7)ft«^JK0 5%Jil±2 0 0% 
^^-Ch K). J&^O. #:'l:^Jt^^MF e O ( 1 1 0 ) 'y 

[00 2 6] .Z(7)^'j^j:mfA'^^ttzl±^cr)mMzML 

txR - F e - B ^Dj^^oisa^L^^* t . mtitzmpEm 

[0027] -^mncowM^Mi. t^^Bi\Lcn>fz>!b(DWSJk 

[0028] :^mmc^)^m:^'y^'^^imi^xmm.Lfz 
mmm^mEizmtitmi commit. ±j^co^m:^y 

XMimi,Z$)^'^^^l,Zi3\^X . Fes B^O^Hljicftt 

'^^m^m^^mmi^ (j^yy u ^ ) :bmmmxjfmLx\ ^ 

'pi>z^^h^wc<^mmtfi^'tmmmmt:mb lx 

fjW^^tii> :iti,z^i>. tfzFesB com^^tA^mm 
mwcT^^.^mnzX'oxmn^^fzib. ^ojsa^t^irb 
mmm^ yiSLmx-mm-h ^ t ^mmi^z^ ht\^dmj^i> 

[00 2 9] Peg B<7)*S^{t(±5 9 0 — 6 0 O'COia 

KT'^tSo ^<7ymik\t(^mm\>zn-)X . Nd#i7)^± 

PJu*^iFe3 BcoigHcO^N^B®«lii!<t;{i#tiJ§ix, ^ 

a:>U-9f<^yM-)]md2 Fei 4 Bt^jfir^X. -ecOlS*. 

Fej 4 B},mm^j:mm^mr>^7tit-^'mxhh 



< . mSiit^h , N d 2 P e 1 4 Bm^Si^t^h iML& 

Peg BiOlSB^B^[:?&i^T-r^?a^J:'9i.*t?2 0-9 
0'Cf3fm< . 1 0 — 6 9 O^CT-^I.. 
[0030] ,r O j; 5 tc*l6BHtc J; i.J[g^^^-e{±, F 
eg Bi^^SH-ftisNds Pei 4 BtoMtHifti: *:S=5r§ 

i^jKmmxmizm^ix^ htz^^. m^mmzwo^z^^j: 
Kmmmmm^z^ th^tt^^j:<. 2 0 n mms.<^y\Wi 

:Lb\i. ^Mm^B\wz^(^ymmT.m:mm-thiLX 

Wmxt,h. 't^j:h-h. ±^^j:K&mii^^4:S^BM:t^— 

m^zmmtx tt-jt. ^^c/)i^mipmmmmzmm 

[003 1 ] m^mmzit^ ^commcomm^^ttzmu 
^tix c ^^rv xmmiftx'm^i3.m.i,zMm^^mimh' 
^wr>fzih. ^co^^MMmizmmti^ z t ^^x 

#-So P^^Zti. 0. 179nm±0. 005nm 

co^mmrsMizm^^^imizm-^y^ -/ ^'■Mb 

SrS^L. tfz. 0. 4 17nm±0. 0 0 5 n mO^H^a 
m^MtSJ:X/0 . 2 6 7nm±0. 0 0 5 n miO^gH^Hffi 

b-^Sr^-r. ;tt^>tJPi.T0. 134nm± 

0.00 5 nmlCi>7'7-y:7'b— ^&:^-ri h^^f^SbSo 
[0032] ^J^«ia^tC-&^*t:i#^t/L'^PSSffiZ 

iS^Ji. Peg BC7):^±^— f^c?)±JS:^)i*^>®^tC^tl> 

^jsi 0 iii&^y^mxh-yx. fm.mzm\^mmcois,& 

xm^7^i't^ti^fi^. 

[0033] m^imziiMf^mmmcof^mmmmm 
V ^i»^i<zmmm^commir]&(,zmf& iti.<%m 

fflz ^3HB^rM/::'(tiixic-ri. J; d t^f^SnSi^^lBK LT 

LT, m^Mn^zco^immLx^^ 

^■^^m.fS.^^Lfz^ . {%m^m.^^-m.hfzm^ 
xi.. m^mmzco^f^R^mizi^MMJ^^mML^xio 
^^WMi^mm-^-^t Lxmm^^^mcoijcotim^ 

±§ ^rfftfj Sr^K^c t T i-^^^-^^-/}Ht^mXh h . fzfz. 

m'RMmztiih^m^xmm^ix^ i o izm.^mi-m\ 

[0034] OT, \^wm.mm^mt)^ty9\-fLfz^ 
[ 0 0 3 5 ] t-r. i^a]^*^a[-r#"?.*&^iiiHj-r 

■So 

[0036] <%mm&t>m^M'i> h , ^^sijjjr^s^^ 

^NJ^BWttffit^T'l.. ^<^M^. Peg B<7)yFi^-1^:i,i± 
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[0037] ico J; d tc<%jn^*^a^r^*^, 

KjBt^mtt^^i.t. m^tKmf}^jmmizmn^:i>f:i 
*c7)*s*. m.T^Wf'U'm:^\:.hv^Mzt.r:m. 

[0038] ±IB*gll^k^0y^i6o^MIl^J«gEil?il^lffi 
tS:r-* J; 3 &mfft> h . "^mB^&hz^ X. X 

[ 0 0 3 9 ] i^t:. i%mmm:^M't^'hm^^tm't 

[0040] <^Mm.mm-t ^'^ t . mmmmmm-^ 

F e ifim^t LxLto. ^cniio i,z-^nmmifimt^' 

-y<7:>±.{zm^j:'yxmm^fih x 5 iz^j:^. i¥'L^^L1fm 
F ecr,mmxhh (110) -/^mit^-^tim 

mmo. 20 3nmcr,{m.izmm^fl. ^co^mt^^^^ 

~^^^~ycr)MmW^5%\:jJit^'ofz*i}^. rj^jp 

[004 1] mmz^ F e cn^ikm^^i&i-^m^ziii^ 
mmmt>m<^i^^\ nt L\^^%t!ilmm^zi±m:Lx^^^ 

±^^mmizmMLx Lt'^x\>^:^fzi^. $>tc^m^ 

z co^-^co-^^im^mm z^^<^^xi5K). 

mifim^x'm< ^ o . j^u~j-^^~><nmm^m.<n 2 0 

O%Sr0i.S„ 

[0042] .IcDia tc2S^SfflZ<7)J:t*:^i¥^^t:±§ 

mLt^^m-tZh-b^X^^j:<ts:h. ^(^mM±. F 
eg Bt^^^H^tf-f TfifffiT* 



mmcn^mmmmX'it-th f e 3 b^f e cr,mt 

^^I^i]i:Nd2 Fei 4 Bc?)^l^t,^^l^iIi:^^^B^^035:^ifflS# 

[0043] ^%m\zXh^J n >';jf i;^y bjSSfflMW 

[0044] 1 . F e 3 BOtel|jb^>'a^igSli7)Mm 
m.XWn^^fz^. Fes Bc^feft^kj&iJtige^ffiiST-ffl 

s^^i.^ ^ossa. m^n-{mjm.mmm^zm<^j:^z 
[0045] 2. Feg B<Dm^imifmmm:^m. 

[0046] 3. ±g'^SI^-fl:SJSIKi^ffaii:^<. 

[0047] 4. Feg Bcr>mi'Bmzii;m^j:i^^Bmm 
m^^^\>z-mmm.x^^-th tzit> . m^im^m\,zi: o 

[0048] J4?a]mSSr 5X104—5X106 

i *iT-t s . i ixt J; D , ^-mm^xm^nim 
mxh^. 

[0049] ti:nmMm^Tmmt^-:>m.'^mz 

( Uif-^s'-t LT«< ) ^'Sm'^\.Z^^^^hZhifi 
S? S L V ^ . ; J; 3 ^^tiiov® t 0 , M ;i KB *l.il± 

[0050] mm<r^^t. 0 ^?^^-r-&:tr^{4flfitt)^ 

-g.. mut. mm.-th}^n^~)V(n^\'m&.mzm'xm: 
<mm-}s^) ^zmm:^fvtz-&^^mm-h. ^o^ra^ 

tc^^^av ^T-^^fi* D ^^m- S ^ i; i T a-;W 

nm):.Mz±.')i\z-mi^^xwzt. o^^f^^^^i^iff-i.* 
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[ 0 0 5 1 ] m3am^<^wmmmm'f^ . t. 

^Azx -^xus^zm^mitz-sm^mm-h . ^(^m^ 
^fMzm.nm^zmws^\^w . nns-r^ u-)vmm^zm 
%^mm.^^h i t {zi.-^x-m^wmw^^m-^ . ^ 
cot^. Tp-^vmcof^m-^XTi-fvmmifiTijizm^ 

0^0 lzxj-)P§: n-Jl-r^(r)'^fm^'^T:ff^z 

:i>:ibi>'^mx'ht. 

[00 52] ±mco^Mi^:ffm^zML. mm'^t d 

(^mmx^^-rh fzib . luM vfzw. 1 3 <7)^,fi^«iii 
-^mzit-^xM(%m.m<^y7i-mmm*^jK < ^ i. ffl^//.* 

[ 0 0 5 3 ] ^io. ±iEc7)l'w^;Mia^-aT1±. M^ICO** 

[00 54] *^BflT«. H?^m)f0^^jas 

JK) Tm;^)>ji,4 0 0 — 8 0 Or:^atffi(/^?a^t:-^^^'j^ 
{i:X!^e^il^;5^ ^> J> S -•&m.\:}±Xz-t h^Lh i^wmxh 

ffi2c0^.f|r«El^r^T«. ?§}§vgt *9tOfc*^i0^ra^lS 

t'&idt^^-s. .rtL^,<7)li,c&*»/i.. xKWtiHtiioV^ 

XHmmM^ 5 mmlM± 5 0 mmliJlTi^^S ^ t 

[00 55] u-ivmrncmmmmi. ±fasfti!S$ $r 

i:o\<zmm^ixh. ^t.L^^u-i\Mm<mmm.mi.. 

m 1 c^m?^?«ll^r^&0^ 6 ~ 2 0 m/#^JKT^b 0 , 

m 2 tomj^<SEi:f a^to:^-^ 2-3 m/#g^T-afe ^ . l 
>^c*^'-^ T . A^' 10mm. mmmm-f]^ e m/^pco 
120 o'cti^i^ 8 0 o°ci-r?^j|]-t-ix{f . 2 . 4 



[00 56] <^m^i^Rv'mmb ^-^itcoimM^^^ 

5mm£0**-^. 12 0 O'Ct^^S 0 0°CtXcom4. 0 0 

Kc7)iSjKEr^^^ffi<^a]^5 X 104 K/#-e<%jn-r 

l.*f+tCfflSt-S , fSii!B#rBl«4 00K^5X104K 

—iVmM&mit 5 mm ^ 8 m/f^^t)^i^'^Q . 6 3 m/# 

5 OmmT- 1 2 0 O'Ct^i^AO Or iT-tOlgS 0 0 KO 
'iM^mMm^ 5X106 K/#T?^ra]-r.g. ^ h t^fflS t . 
|n|a(CtT. 3 12. 5m/#i:^^. 

[0057] u-)vmmmmtim\-^h . ^m^v- v 

[00 58] ^^imW. 5X104—5X106 K/fpX 

ooMmm&<7)mmmzhh. m.i%wmlzi5^f:^mm^ 

m<7)^mmmmmt u~ji-mmb(7)i^mmmizx 

-{t-t^iiK ^■^■^^Xii5 Omm/?^.^— 1 0 0mm/# 

commx$>^. m-yx. ^^mmc^mm. mtmmi 

1 0 m mXmmMSt 6 m/#f 1 2 0 0 "C^^^j 8 0 

0 ^ T•^^Sl•ri^{^" . mmmrMA^ o . 1 6 7 mxn^xh 

[00 59] liiT. mm^^mL^^ti^h. ^mmmm 

[0060] iwM-^-^a^^^i^fmc^mM-nm^ * 
mmmmxii. ai ( a ) ioiv ( b > t^^s^gs^ffl 

[ 0 0 6 1 ] H 1 ^OSHti:, *SS fcii^vSttTS'XUH 

<r>mmm. 1 ^ 2 ^mx. r v ^ s . 
[0062] 1 {±. mm.(7:>ma^M^m\,z^j:h i 
5 tciE-^s ii3tMf4 2 0 ^m^t^zxmm-thmmw 3 

i:, i&gP(cai^yX;Ix5^^^i.Mf^^tl4t, ±%<D 

cm-^mm\mmw sh^mtx^-^^. m^m^A itm. 
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[0063] Mi%M2li. ffi^yX/l'5*-^>ffi/i?^^2 

^^'^ ^ . <r o j; 3 . -277 

4 0 3^-i^||5tpL<lBift$^xTi-^^, 
[00 64] ^cD^atifci^TJi, mm^liiXl/:^-.i% 

^ , ^COfzl^^Z. WmM::(fy-i^^n lb, 2b, 8b, 
}5XW9ht:^'X§mni a. 2a, 8a,i3j;l^'9a 

[0065] mmj^siiWMs^mx'i:, O . n- h 6 

LXm'M2 1 S:lf^^lff4F^t3aSar5itf, ^W^2 1 
[0066] If^^4 com^yXfP 5 ti, 1 t 

m?^^2i:coPBMtciea$^x, mm^m4^Hc^mm2 1 

^yX;V-5cr):tVy ^ xm±. . 5 — 2. Om 

mx-hh, mm2 io^e*i±& 1,^*1-^, mm2 mm 
my xii- 5 p^i'^fitiiz <<^^h t\ mmm 1 1 m<%m 2 
tcr)rmzmm^:kB ^(r>mj3mi:mm-t^ t tc=fc 
T, ?§*2 i<7)aj^srxA-xtiitT-r^>i*^"r'#^. 

[00 67] ^^i^o— ;tx7c7)aH{i:0iJi(f ^ni.J6-5# 
mTmhtiXio D , ^^i|ln-;k7tO[l@{i;^Jx.if 3 0 0 
~5 0 OmmT'^^. J^iPn-;W7 l^t^tt/c/KJ^^B 

[0068] 3ts^at;J;tl{f , Mtlil-^ii2 0 k gCOiE 

*if^#^ 2 0-4 o^mxM.<%mm$-t^^tti^T^ 

§ : 7 0—1 5 0//m, fg : 1 . 5 — 6 mmiO-^^jf^ 

(-^^'J4i>) 2 2Tfc§^oi, mmms.1 o^zx-^xm 

§2—1 5 OmmgStO-^^jfA-2 3tfie5?:$iX3ttO 

mmmmm9i,zX'^xM^ti^. m^Lx^^^m 
mmxn. Mm.mm^9iz}±mmi lirmtmfxa 
<o. ^mzX'^xmfn2 3iE.m-ti>ztti^x'^^. 
[ 0 0 6 9 ] HI coms&m^^fzmm^^iomm. 

[0070] t-t. —W^t)^F ei 
y - Fej oo-x-y-zR^xByCo^^ Fe 

1 oo-x-y-z-uRxByCo^M„ COM^I:**^- 
m^tLhi-yayTi^l^y ^^K5ffl-^#^0^§^S2 1 

t, mmmicoB'sm^4izBt^. ^^x\ r, m, 

fflJSJtx, y, ziJj;t;ru£?)iEll^ri:'«, Hfrait/caD 

[00 7 1 ] ^J^t:, ^<7ymm2 HiiiimyX;l'5^-^^7i<. 



mmmmximi^Mi^mco-'yx-h^^^-)\^m^m\: ^ 

Tt^So ^■.i%mmc^:>fzMzi±^ Zcr)mz:^XTh'7^ X 

mim^^^^ti>'^mxh^ii^. ^(Dijmt,zxtnmm 

mmm^m.mi,z:k^<imLx^^tt. mtmi^mm 

[0072] :^mmmxu. mm2i coi^mmmizm 

LT, i^SijS.mi 5X104—5X106 K/^jh-f 

h , n (Tii^mMm.X'^AcoiML&ir/^T i f3m^y<&mi>z 

fiTS-ttS, M^i%m<^^^mm2 l<7)aaJK{±il>STmt 
ifil'^iSJK (^Ji.{f 1 2 0 0 — 1 3 OO-'C) 
-^^O^flSii?^SIn-;1^7±'r-Tm;?)^ii> (Tm-AT 

1 ) iztxi&T^^. :^mmfi^commizj:tii£. Am 

6^^ra5#tt*l*I±§-li:^ i: 0 lijS3&^^> AT 1 {i4 0 
0 — 8 0 0 "CtfOliHp^fcSb I. .1 1 t „ 
[0073] -^^c7)J§^2 1 :^^J^ra]n-;l^7 t^J; oT?^ 

■At^mmLxt-^mri^^xi^mmizm^^L. ^mtm 

m<ni^^ii 0 . 5 - 2 5 >j nxh h . ^c^miz. ^^CO 
Mm±m^zzsT2f3fi&ri; mm-t^. mm 
Lfz'kMr{%mn~)U7t^^mii. ^-mmm^^im 
tr-r -s. « ^Mm^^txmn Lx ^^hmizmm%:(fxiz 

m^Mhtlh'^^. ( Tm-AT 1 -AT 

2) i/zmr-t^. AT2{i:, mwcov--^ x^mmM:^'x 

CO}±-tiiZX^Xmitt^:^K ^1 0 O'Ctfzit^tLOl. 
X$>'^ « 

[0074] :^mmmmx-ii. ■^■^m^2 2 ^o?ag*i 

(Tm-AT 1 -AT 2 ) l,Z^j: fzPW^X^S\^Xm^ 

Mzm^ji^imnL. ^o«T-^^a>V2 3^f^M-r 

^COtzib. (Tm-ATl -AT2 ) J&i-^#£0;i!^'5 

X-fb^aJSTg j;i9i>ffi<^-g> i^t (AT 1+ AT 2) 
i^)^§$^f)gfi^^i-!:^^'#^LV\ it, (Tm-A 

T 1 - AT 2 ) ^ T g xhmi. -^^mx^t ttz^m^z 
hK). ^cr>miitimmi>z^^i!}^^x'h^. mm-^-^com. 
m ■ mnT.m^m<^mmxmmm'^i^^M-^i^. 
mtim^mmt:zmr-ti>fzib. ( at i + at 2 ) co:;^; 

[0075] ^■.M2^comMS.fHt. 2—3 0 

kPa<DmmiHi,z^&^h^tmi-tt<. 3-1 ok 

P acr>mmfHI/ZmM-thZti}^mi>znt.L\^, 
5r5aE*t«T1§^2 1 ^J^a]n-5 7±t:}IT-m«f, 
?§^2 1 i;a-97£7)^Mi:<7)r^tl?HM:^?:^**4#5i 

sixi.*3^ii*i^<^'9, mM2 1 coi^mmm^mMJ: 

fz^^m^2 2m%^tlh^}^l^X$>^. ^tll,zMLX. 

xmm.-thi%mo-^±izmm2 1 ^vit^s t , -^^ 
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[ 0 0 7 6 ] s :^mmmmco2: d iz. M}^m\TM 

tHzmn-tmi. ^^-^-^-^VT^yt Lx^^mrj-ju^)^^ 

[0077] mmmm.izX'yxfmittfz-^^m^i'jk 
^commmmvmmi,zx^xwizmm-fni. mmsx 

m'^^comcofS.mTMizmLfz^^ $co-^±¥ii^iipm 
•thzbifix^h. r^mmBm.xt.i. yw-sA-^M-r- 

h° >f >^ 5 jummiz i. -> x%mMm i s o /x m 

[0078] [^73 v^.i; V MSm"*iOM^:trffi] 

[oo79]i2i2tt. y -y^)v v^m ^fzfmm.m^ 

^fgt:5dt§n3^llH5n-;k2 4fcJ;t^'2 5i:. ^fLJi> 
coilIlKn-;P2 4 15 i V'2 5 c7)[lllst: j; -^T— ^r[^]^:FJf 
7gJS-KT■iEl^l§^^-g.7-7°<;^^ 2 6 h ^mLx\-^h. 

2 6 . fitm 2 7 i -5 T% S 

]SS2— 4mm) \iZm&^fl.h. ^OfA. «j^*ii^M^ 

tdsb<n>mmm:'S.\^h . tm-r-y mut^^x 10 

Omm) n\,Z\t^ mx.\i'iV"—y\iZhnX'\-m^O-i\:,— 
9mm.^txX\^h ( 1 y'->'O^S{iMx.{f3 0 Om 

m) , ^g^^tism^y-yi^s^ifiL^^^fe. mm^^ 

0 0mmOf^iny->'C;(;^#l£L, 

mmn^mmh:Lh\,zX'^x\^n^ixh. i^^^tu-z 
i.-r.xmn.^Kh . 

[00 80] :L<7^mmmm.^zxmi^ n-Li^Ktzmk 
y-y <7)*5 {zn LT . 7-7°'<.;k h 2 6 <mmm.is.^ 

[0081] mdmjMh LT{±, #^1^- h 
10 0—15 o°c/'^^:■r»^!oa^aK5 9 0—7 0 or 

tc4T-±#$-ti:. -!-£0^«^ 5-1 53i-SScoS>i.'>7^ii5l 

»-rix{f j:V^„ -esofs, -^^jaSSrl^jau—M 0 0— 

1 5 0°c/^tTMiaK;i^4t'ffiT$-)tl.. 
[ 0 0 8 2 ] 

{i. 7— r^^t-h 2 6i0liSrjrA< L, 7— T'^;!. h 2 6 
y->'c7);g$Sr^< [Iltea-^2 4*3J;V'2 SOS 



m.fzm».wm:m-mGim.^fmx% h . 
[0083] iiEi^MsgBt: J; hmm.^m^fzmm 

mGh\^x(mm:^mx%hi.o\<zt£h. ^at-c, 
[0084] [?i5oMjt^r5£] JiiTfc, ±ia-^y y 

[0 08 5] ^-r. m^3^<7)J;■5^^LT#^>^^/::■:^yrJ>• 

*^>>-y vm^^mM\iz:Lr^^i.wm)-h^£hfM y-f 

- b mmm h^twt. Wm-h ^ 1 J; T ^ n--^ >- 
<i5:t. ::iy->'^'^¥cr)pmmtcomB'&m 

inr>mmmm.i<zi:'oXTi^^mmhtz^k. tm^i^ 

^mx . mmm^^TT^y s ; ^ t^x & ^ , 

[0086] BiygjDXJi. ±ai^0j±iffiJj!cff5tPfi^§a^ 

[0087] flf m^tc i -1.*^. Mflii: LTJE 
<ffiffl$ixTi.->.g>*:''J-f 5 K (-^-f ny) ofi, pps 

{s. -^9tmcomum^t)^^±M^^t)^hm^^fix \ ^ 
itiib. M'it^mzKK^ immizm^^imx'mtiimB 

[0088] tfz. 3js^0H«e*.5iiiS'ft$ii(;< y^fz 

^\ m-^x. mm. wm^m^c^xxi^yh^n^^ffu 
<7)xn -/ b mzmiiif&mizX'yx^^mcnm^fjj'MtiX 
x/mmmsi^mxL. wzx-^xmm^MmmG^ 
-i^mi^zmtfz^ffa^mM-t^ z t i^m^xs^^. 

[0089] L^t-^imz. ;icoXolzLxmkLfz 

m^i:mtfz^-^<Dmmmi:mm^h . 

[0090] :^mtW&McO^~^i±. I PM ( I n n e 
r Permanent M a g n e t ) M^:— ^'TSb 

0 . mmcomm-jjmiz x ^ x^ Ltz^^y vwe^-w 
[ 0 0 9 1 ] ^c-is, :$^micn^m^ii. ^ <7)a<7)^ -^jii 

\^-^^ix:i>Ztl±m'->tXi>^\\ 

[0092] mriz. :^mM(7)mmmiiXx/ktmiiim 
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[0093] [mi cornmmi ^^mrnrnx-it. mnm^fj 

*^3 0 k P aOT^^T;t/3>»lllM4iTtir}*^fi'.f%«ia 
Jim^n-^fz, J^a]o-;Pt LT«i:, ffS-S- 1 5 um 
cO:?'nAis6'5^;i-fai?iXi^cSI-H-^Mn-^P : 3 
5 0mm) ^fflV^5t„ ^COffl-^^^n-zU-S: 1 0 m/1i? 

y^-f 0—2 0 sOL^-hTlt^l . 3~ 

1. 5mmtLT^T$-1i-i^-:, 

[ 0 0 9 4 ] a 1 \,z^mmm\,z-:>\.^xcr,mm<^m^ii. a 

Mi.{f TRj coWtcfBKSaTi-*^ rNd2. 5 + 
Pr 1 J tl^O^iSii, #±PjC*Rfc L-CNdt Pr 

m^"tLiDfflfiajtj:3^'2. 5m^%iixx/im 
[ 0 0 9 5 ] 03 (a) it. m^2commmi,zmrm 

^xmmiJr-'^^-yi^LX^'^^. EI3 (a) i^-^^h^^ 
■l>J;3tc, Wl:S:^-r^^a-y^°^?'->';6i2^=*^4 3° 
l>Zt3\,-^XMmiWi^-t—yj. 2 0 = 5 1. 4° ttJU 

0. 179nm±0. 0 0 5 n miOjSaltffiraiiBt: 

7 7 >/ ^mat- ^ {i. jg^sffl z i ^ h cDX'h h . 

mi/Z. 0. 4 17nm±0. 0 0 5 nm<7)M^H^Pi. 

t3j;t/0. 2 67 nm±0. 0 0 5 n miO^a^sHraPit 

[0096] 5rfo\ ±iBcOi|?^*Xi^[iIJffy>°^->'£0«a!l 

{i. }|lJ®^«^:LTU;^?^'RINT2 0 0 0Srffl(,->, tA 

ntcu^-yvht<^mz^y^o^~^^m.M.Lx 
mfLfz. 

[0097] ^^mmmcomn-^i 85 ou mi^xrcom 

m^m-^mmzm^ii^Lfzm. m2a)mmm'iP mm 
ffl : 2m) xnm^^m^izmm^mLfz. 
^-^mmmmv-y^ i o^fmxmmLfzm. <^my 
-yen o-^mx-Mi^Lfz. m^mmmtT/u^y 
fi'T^xty D , mtmm.-hfz oo. 6g/cm2 <nmmm 
^xmm-^M7iM^mk\^fz. mmwihtz^oc^m^ 
^ 3 k g t x^tz'm-^cnimm'&Lh^mmim.h ^m. 

2 liZ^-t. 

[0098] l)mm 1 ] 1^3 t^t-fflEJc^W^-g.?^ 

[0099] mmmh<m'&mtw^(^^^wmmz^ 
^3:^>ii.. )\x3-)^'^-ya:>mMmm,zn-thnm.m^ 



z(7)-r^ -y ^mimmcoit (%) *^5%*jST-S)-g.^i: 

[ 0 1 0 0 ] 03 ( b ) {i. ##2<;oKJfi^jtP|-r^^' 
5|5X^lIliff^^:5^-y^^LTV^.|.o 03 (b) t^hht^ 

[0101] -^im.mi,zm-thM.mmmm^m.ii^nm 
mmmmmm^mA^z^-t. mmM^m.iii.wtk 
\±mmmcom^hm-x'hh . mAt-^ty. um-Mfimm 
mf^zim t T ffi < , m^mtii^m '^x\'^^z)it^ht- 

^^mm'i^ \.x\^t£\ -^fz^x'h h . 
[0102] ^m<m:&m.h wm<m;6mm:^ 
{z\t. mmn(^m-wmm: i "i^mtz d o . 

mrmm'&.ifimfi^xx^hfz'ih. •^^5i^o*^iJ'-^< 
\^xmmL^£\m'^ . fm(n^mmm:^-> tzma-^ 

^%h^h-tiix%t^vK imm\mm\t<r> 
fzisb(mmMTMxx)v~T-j h^^^-oxto K) . mmiz 

[0103] umm 21 ms ^z^^mm^^i-mm 
*fflv , mmm t mmc^yr^j^ximn l tz 
[0104] mmmt (ommMmmmmtij^t/mmco 

»KTSt:S)i.» iiOirtKMTii. n-;Hl|^S^ 5 m/ 

L. mp2 0 — 3 0 g01x-NTl§?iSrjST§-it 

msm^c^mmmmmi. i st^s^^^^ d 3 k g l 
fc« im^mi. mmm(7)^i'¥tmnmizm-xh^, 
[0105] m5t,ztt. j^xi-^-i^-ycoMm^mzft 

■thm^j^mzcoy-y'yymm^c^it (%) 

ji:^MF e ( 1 1 0 ) 7^ -/^'■mat-^so5SKc7)j;b 

^mszcoy'y 'y:fKm^m<^it (%) {±200%^® 

[ 0 1 0 6 ] 04{i. #^2t0llMMtcM-r^^fc'5l5X|S 

[0107] *J:t«t^JtCOV^T. lKiMaf*^0?lM#ttt 

^Jt:J:b«iLTf£< . m^mt^^^'^X\-^i>Zb:b^h^}- 
[0108] iWll^«i|?j'*3!!M«^^'fl:$-ttT t> . m 

[0109] m2commm'] iiiT. -mmLfzm2<ni3 
'Mzx^mmm^mm-h. 
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[0 110] :^mmmTi±. micommizts^^r. jx 
T-Hi^x-i.±:^ftfStosr^ (til 0mm) n-rrm^crfm. 

5 mm~8 mm ^rS j; ^ (C$ML^C*^'^>i§^^ fil 

[0111] x3~}\^mhmmLxmm\^fz^M^ 

7 OIBiSr jiit'Vc#jfiT-o-;tx 7 :*^^.iiJ*mTT^rtcjS 

AS^^. »#Stl.3t„ iOi:#<?Dn-;t'ja^JK{±5m/' 

f>T-J)-5^^» ^)cOfiafl 2 0 O^C— 

12 8 Ort-^ 0 . ^^inB#c7)|fg|^:^{j4 0 k P a— 

s/zmcois^j'hi^gsjK^iiist. m^mwmm^^^y^x 

f^tgtt::*^8 0 0°C— 9 0 0°CSTffiTLTl^/^» S 

. ft i^^nfc-^Aji^c^JS § «100/^m— 170xim 

§;6i'^cO^§c01 . 4fS ( 1/c o s4 5S) ^: LT. 
1 . 3X106 K/#— 3 . 4X106 K//#i; 

[0 1 12] mmimfzt.^t-hm^}LWhii.fzm. s 

^X'<r>^^mm\m.\tA O 0~5 O O-CtCteTtTV-* 

tz. *:^JitMT-ffifflL3t^K<50n— ;i.fl(i:3 5 OmmT' 

/^fX^-^iZ. m->X. m^cr,u~;V'±X'CO^i^cr,i^m 
m± 3. 6X104 K/fif~4 . 5X104 K/#-C 

[0 113] Zii^c?)^^c7))^'yMmf^i&mt. #b^b 

m-^^i 2 o°cx^xi}\m-t^^^xmMni^if^^. f 

e 3 BcOlSBlt^l^aS (*«J590-600^C) OTT'^^ 
§ ^ ^-^X t It V ^-€"1 -^J^ 5 5 0 5 8 

o'cxh?>. -If. ■tcoxdts:m^tnx)^yxmmm 
xh^^tiz^£h. ^mmm<7)m-^. ^^mm^x^-iv^ 

7t-(^mtl^^}^lZi5if^-^^M^i&m^4 0 0-50 

o'cxh-y tzfzi^. ■^^^it)ff^xitm^wmTi,z 

mi^^tiXt^(:>u~}V7t:mtifz^tt^ht^h. 
[0114] ico j; 0 izLX'^^i^tLfz-^^^^xmm 



mmwiziKicu-Kam^m^-^xm&Lfzm^^. us 

IZ^-t [UM^ ^° ^ - y tlfc . i Ulilf ^ N° ^ - >- (C S=) 

mmnifx^ ^ijcoxh^^itt/^^t^-ofz. 

[0115] ^<^!¥Mt:m2i,Z7^Ltzmmmm^^t: 

m^^xsk s/hcomAxmmifz t^^. -tti-t' 
nmv t,z^-tmmm&m {fpcr)mMi^m) ^zav^xmi 
\<zm-m:Em'mmhtitz. n-Mcr)^±\>z-^\^x . 
0 . 7 k g / h cr>m^m.xmm Ltzimm 1 1 
mt *it^^ b . ^•mmmcr>mmmmmnm^z-m\^^ 

iiXx/m3i>z^^Kx\-^^m^f<zni^Lxii^. 

[0116] vm3cr,mmm'] ot. Krai l/^® 3 cos- 
ate j;-i.^j6fij^iMBj-r^» 

[0117] 150 mmco— *f<OM«iliSlli^ 

cf-/P^n-;l/raSgii*n 6 Oximt^r-S J; d tctTffl 
mm L . n-;l^rac7)PtrafiKti3 v>T n-;l^affl>on^ 

-fj^zmwrt^iio {zu~}v^m—mfS.x:s.\^i<zmjmz 
mm.^'^fz. -^mmxi,. n-;i^affi[ji«^5m/# 

i a izLX±-Jjt^^^myX/l'^ U 7 ^ x^rii tTJf^ 

rM^^z^Mfzfoimf^Lfz. -mtzt ocom i^->imm 
t^niji^) ^zm-:^\>^xm^Lfzmfzt *)m$umio 

mmXh-ofz. mmitx:i~;l'm(r)mm'i^^T1jt,Zd\^iii 

$ti. mmLfzmi^^-^mwmm^ixtz, M:<^mcom 

'SiSL&li 1 3 0 or , -^^li^?a^(in-7HtTT-*^8 

0 0 r -ofz. MoT. ^m%mm&i,m 2.5x1 
0 5 KXfiftwmi^i^tit^. ^mmxi±. 5S^^s^> 

Wi^air;!. O^L. ^^iS^^ 5 0 0 

'ClilTiztXi&T^^fz. 

[0 118] zco'^^im2iZ7f:Lfzmmmmmpi 
ffli 3 k gx^Wicom^mx-mMm ttzt^is. ^ti 
^tim8t,z^^mmmmmi&m ('Fcoias^as) iz^sx-^ 
xms iz^^m?6mmm^tifz . m-m.fs.co'^^iz-:^ 
v->T. 0. 7\isxmm<om^MxmmmLfzimmi 

hzM^^^bifh-h-^h. m\^t)^thb. ^mm<r>m^ 

[0 119] 
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[0127] [ffifiicPi^*] mmz. -^^ffi^coims 

[0128] #±Sl7U«R{±, ¥m.-\mThi>R2 

Fei 4 B\,Z'M¥.<^7mX'h^. ■^%mX-<^mi. Pr 
C07C«^ 0%iil± 1 OXmn-^^-th, P ri3 iVN d 



^mx.hh. Peg Bffi*3j;t/"Nd2 Fei 4 Bffi*^'^ 
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[0 12 9] B{i. y7b^'|4ffiT*-g.Fe3 Biii-X/ 
^^-^'^leffi-Cfe-g>R2 Fei 4 Bcrm:fi\,Zt'oX'im 

c^^jtrnx-h h , B iDfflfiJtit y *n 6 - 2 0 %^^IEBI 

)iSci:by tc-ov^xa 1 6 S y S 2 O-C*-!. <I i::*^'* 1 1 

[0 13 0] Co{±. ^iU-^JK*[6]±S-lJ:l.,ltt 

^-h«O^S^W:i>^^-f-§» Co«OgsJllSfJ-^j&-'0. 0 

2iE^%^TtlII>i:±IE«tg*^'3t-5>(:^WSfLt', 7iE 

[0131] M(i. UmtS^T^^fSmM^'^fz^^tm 
■^tc K lizmw-f^. M crmMm-^i^^ 0 . 0 1 % * T 

mM-t^M-^li. -e^OlTOJrtutOV^T. 0. Igzg 
7 :fy'>f^±th i i: ?i)>*T* 1 ^ « mcr,(px\ C r iifS«^3 
liJpc?)ffi(:iif»:fttt[B]±c7)S&^t,^ffl^^. tfc. Cu. 

[0 13 2] 

WLX-mn-t^fzi^. Fes B<n^^Bit*^immi&is.x-^ 

fgt^^. tfz. Feg BcOlgB^B-fb^^^B^f^^^fl^lEffl 

>i)iNd2 Fei 4 B^ofeB^B'fl:>i)^jttf-r.Sijas*Ell5&-^-r 

tc®^-^, zcofzib. ^^B^tKmm-A^jj^^yi^mmmiz^ 
ffic L , i^^y'^m^B'ftRmt^^-mizmiii^ii^ -i t 

[0133]^/^. Peg Bc?)M^t^^^e^W=5^^S^1^3^^^ 

mm-^^fi^izmmmx-^-t ttzub. m^-itmmm iz i 



[0134] :^mMcoi-yay^i/^y hmsmmm^ 

[0135] 3|s^BHo-t-y a^.tfi;^/ hmEm^<^)wm. 
ijmi,zMi. m^^tmmizx^xm.mi^-r>i^-'^x^ 
««^MfflJtt J; < nm-ti> ■- h ifxt -g. oT\ m^n 
mzm.fifzmu'km\ ^x/t^-r h xit&m- hzt-h^ 

[0136] ^wm^j^yr^'J-/ vm€><zi^tv,i. 

imi] (a) li. :^^m^zX^i-J^y^^i^'yhmE 

mmm^^imM-r^ijmi^zm^ ^^mmco^i^mmi^ 
^■rmmmxh o . ( b > itm^mmt/^'^t>iih^j^co 

t&±mx$)^. 

[02] ^WM^z^:^i-,/ay7iti^~'^ hm?6imm-t^ 

:^)£tcfflv ^ I, mm^mm<^mi^^mmmxh^ . 

-t^'^yxh 0 . ( b ) {4it«5^J 1 (T^xmrniff^-^^-y 

i:^-tyyyxh^. 

mA ] J:bKM2c7)Xia[l]t;f^N°^->'S:^-r:?''^:7rfc 
[05] m2<7)||}4^joxi^[Hl^yN°:S?-y^^t-^'^7 

[?f-^C7)|JiBJ§] 

lb. 2b. 8b. iait/Qb #H^;^f"X'W*&P 

la. 2a. 8a. fej;t/9a ;iif>?.f^^P 
1 

2 SJ^S 

3 mm^ 

4 If^i^g^ 

5 

6 n— h 

7 Ilte}^ain-/t^ 

1 0 mmm i o 

1 1 smm 

2 1 

2 2 ^±m^ 

2 3 

2 8 i^W- 

2 4 igiKCf— ;P 

2 5 EllKa— 

2 6 7— 7°'<^7Pb 

2 7 mjiw. 
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